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READILY SUPPORTABLE METAL COMPLEXES 

This invention relates to metal complexes and to addition polymerization catalysts 
formed therefrom that have improved catalytic performance, especially when supported on 
aluminum or silicon containing supports. More particularly such complexes comprise one or 
5 more Group 3, 4, or Lanthanide metal complexes containing one or more hydrocarboxy 
substituted silane bridging groups. In addition, the present invention relates to the process 
for preparing supported derivatives of such complexes and to a method of using such 
complexes as one component of a polymerization catalyst in an addition polymerization 
process for polymerizing addition polymerizable monomers. 

io In EP-A-416,815 there are disclosed certain constrained geometry metal complexes 

and catalysts derived by reacting the metal complex with activating cocatalysts. Supported 
derivatives of such catalysts were prepared by contacting them with a support such as 
alumina, silica or MgCI 2 . In USP 5,064,802 there are disclosed certain further catalysts formed 
by reacting metal complexes with ion forming activating cocatalysts that are salts of Bronsted 

15 acids containing a noncoordinating compatible anion. The reference discloses the fact that 
such complexes are usefully employed as catalysts in addition polymerizations. In EP-A- 
520,732 an alternative technique for preparing cationic constrained geometry catalysts using 
borane activators is disclosed. 

In USP 4,892,851 there are disclosed biscyclopentadienyl Group 4 metal complexes, 
20 especially complexes of zirconium or hafnium that are usefully employed with alumoxane 
activating cocatalysts for use in addition polymerizations, especially the polymerization of 
aliphatic a-olef ins. In a series of patents, W. Spaelick has disclosed certain ring substituted 
stereorigld bisindenyl complexes and their use as olefin polymerization catalysts. The 
bridging group of such complexes generlcally includes silicon, germanium or tin containing 
25 divalent groups containing hydride, halogen, Cmo alkyl, d.i 0 fluoroalkyl, Ce. 10 aryl, C*.i 0 

fluoroaryl, C V10 alkoxy, Cm 0 alkenyl, C 7 ^o aralkyl, Cmo aralkenyl or C™ alkylaryl groups or ring 
forming combinations thereof. Such disclosure may be found in USP's 5,243,001, 5,145,819, 
5,304,614 and 5,350,817, among others. 

It would be desirable if there were provided an improved catalyst system that is more 
3 o readily adaptable to forming supported catalyst systems as well as an improved addition 
polymerization process utilizing such catalyst systems. 
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There have now been discovered new and Improved Group 3, 4, or Lanthanide metal 
complexes corresponding to the formula: 

Z-Y 
/ I 
L — MX'nX'V 

or a dimer, solvated adduct, chelated derivative or mixture thereof, 
5 wherein: 

L is a delocallzed, re-bonded group that is bound to M, containing up to 50 
nonhydrogen atoms; 

M is a metal of Group 3, 4 or the Lanthanide series of the Periodic Table of the 
Elements; 

10 Z is a covalently bound, divalent substituent of up to 50 non-hydrogen atoms having 

the formula, -(ER 2 )m- f wherein E independently each occurrence is carbon, silicon or 
germanium, R independently each occurrence is selected from the group consisting of d.^ 
hydrocarbyl, and hydrocarbyloxy, with the proviso that in at least one occurrence R is C v 
20 hydrocarbyloxy, and m is an integer from 1 to 3; 

15 Y is a divalent ligand group comprising nitrogen, phosphorus, oxygen or sulfur, said Y 

containing up to 20 nonhydrogen atoms; 

X 1 Is a neutral Lewis base ligand having up to 20 non-hydrogen atoms; 

X" independently each occurrence is a monovalent, anionic moiety selected from 
hydride, halo, hydrocarbyl, silyl, germyl, hydrocarbyloxy, amide, siloxy, halohydrocarbyl, 
20 halosilyl, silylhydrocarbyl, and aminohydrocarbyl having up to 20 non-hydrogen atoms, or two 
X" groups together form a divalent hydrocarbadiyl group; 

n is a number from 0 to 3; and 

p is an integer from 0 to 2. 

There are also provided improved catalyst compositions comprising one or more of 
25 the foregoing Group 3, 4 or Lanthanide metal complexes and one or more activating 
cocatalysts. 

In a further embodiment there is provided a supported catalyst system comprising one 
or more of the foregoing metal complexes, one or more activating cocatalysts, and an 
aluminum or silicon containing support material. 
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Finally there is provided an Improved method for polymerization of addition 
polymerizable monomers using one or more of the above addition polymerization catalysts or 
catalyst systems. Such addition polymerization processes may be used to prepare polymers 
for use in molding, film, sheet, extrusion foaming and other applications. 

5 Detailed Description 

All reference to the Periodic Table of the Elements herein shall refer to the Periodic 
Table of the Elements, published and copyrighted by CRC Press, Inc., 1989. Also, any 
reference to a Group or Groups shall be to the Group or Groups as reflected in this Periodic 
Table of the Elements using the IUPAC system for numbering groups. 

10 Suitable L groups for use herein include any neutral or anionic rc-electron containing 

moiety capable of forming a delocalized bond with the Group 3, 4 or Lanthanide metal. 
Examples of such neutral groups include arene moieties such as benzene, anthracene or 
naphthalene, as well as substituted derivatives of such groups. Examples of anionic re- 
electron containing moieties include allyl, pentadienyi, cyclopentadienyl, cyclohexadienyl, as 

15 well as substituted derivatives of such groups. 

By the term "derivative" when used to describe the above substituted, delocalized it- 
bonded groups is meant that each atom in the delocalized rc-bonded group may independently 
be substituted with a radical selected from the group consisting of hydrocarbyl radicals, halo-, 
cyano or dialkylamino- substituted-hydrocarbyl radicals, and hydrocarbyl-substituted 

20 metalloid radicals wherein the metalloid is selected from Group 14 of the Periodic Table of the 
Elements. Suitable hydrocarbyl and substituted-hydrocarbyl radicals used to form derivatives 
of the substituted, delocalized ro-bonded group will contain from 1 to 20 carbon atoms and 
include straight and branched alkyl radicals, cycloalkyl radicals, aryl radicals, alkyl-substituted 
cycloalkyl radicals, and alkyl-substituted aromatic radicals. In addition two or more such 

25 radicals may together form a fused ring system or a hydrogenated fused ring system. 

Examples of the latter are indenyl-, tetrahydroindenyl-, fluorenyh and octahydrofluorenyl* 
groups. Suitable hydrocarbyl-substituted organometalloid radicals include mono-, di- and 
trisubstituted organometalloid radicals of Group 14 elements wherein each of the hydrocarbyl 
groups contains from 1 to 20 carbon atoms. More particularly, suitable hydrocarbyl- 

3 o substituted organometalloid radicals include trlmethy Isilyl, triethylsilyl, ethyldimethylsily I, 
methyldiethylsilyl, trlphenylgermyl, trimethylgermyl and the like. 

Preferred L groups are anionic L groups, including, cyclopentadienyl, indenyl, 
fluorenyl, tetrahydroindenyl, tetrahydrofluorenyl, octahydrofluorenyl, pentadienyi, 
cyclohexadienyl, dlhydroanthracenyl, hexahydroanthracenyl, decahydroanthracenyl groups, 
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and Cmo hydrocarbyhsubstltuted derivatives thereof. Most preferred anionic L groups are 
tetramethylcyclopentadienyl, 2-methylindenyl, 3-methylindenyl and 2,3-dimethylindenyl. 

Examples of highly preferred complexes according to the present invention 



R' 




R' R' 



correspond to the formula: 
5 wherein: 

M Is titanium, zirconium or hafnium, preferably titanium, in the +2, 43 or 44 formal 
oxidation state; 

-Z-Y- is as previously defined; 

R v independently in each occurrence is selected from the group consisting of 
10 hydrogen, hydrocarbyl, silyl, germyl, cyano, halo and combinations thereof, said R' having up 
to 20 non-hydrogen atoms each, or adjacent R v groups together form a divalent derivative that 
is a hydrocarbadiyl, siladlyl or germadryl group; 

X* is a conjugated diene having from 4 to 30 non-hydrogen atoms, which forms a it- 
complex with M when M is in the 42 formal oxidation state, whereupon n is 1 and p is 0; 

15 X" each occurrence is an anionic ligand group that is covalently bonded to M when M 

is in the 43 or 44 formal oxidation state, whereupon n is 0 and p is 1 or 2, and optionally two 
X" groups together form a divalent anionic ligand group. 

Preferably, R v independently in each occurrence is selected from the group consisting 
of hydrogen, methyl, ethyl, and atl isomers of propyl, butyl, pentyl and hexyl, as well as 
20 cyclopentyl, cyclohexyl, norbomyt, benzyl, and trimethyl silyl; or adjacent R' groups are 
linked together thereby forming a fused ring system such as an indenyl, 2-methylindenyl, 3- 
methyiindenyl, 2,3-dimethylindenyl, 2-methyM-phenylindenyl, 2-methyl-4-naphthylindenyl, 
tetrahydroindenyl, f luorenyl, tetrahydrof luorenyl, or octahydrof luorenyl group. 



Preferred L groups include cyclopentadienyl, tetramethylcyclopentadienyl, indenyl, 
25 tetrahydroindenyl, f luorenyl, tetrahydrof luorenyl, octahydrof luorenyl, or one of the foregoing 
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groups further substituted with one or more methyl, ethyl, propyl, butyl, pentyl, hexyl, 
(including branched and cyclic isomers), norbomyl, benzyl, or phenyl groups. 

Examples of suitable X' moieties include: n 4 -1,4-diphenyM ,3-butadiene; T| 4 -1,3- 
pentadiene; i) 4 -1-phenyM ,3-pentadiene; ii 4 -1,4-dibenzyM ,3-butadiene; T] 4 -2,4-hexadiene; n 4 -3- 
5 methyl-1 ,3-pentadiene; n 4 -1 ,4-ditolyM ,3-butadiene; and t/-1 ,4-bis(trimethylsilyl)-1 ,3-butadiene. 
Of the foregoing 1,4-diphenyM ,3-butadiene, 1-phenyM ,3-pentadiene, and 2,4-hexadiene are 
preferred. 

Examples of suitable X" moieties include chloride, methyl, benzyl, phenyl, tolyl, t-butyl, 
methoxide, and trimethylsilyl or two X" groups together are 1,4-butanediyl, s-cis(1,3- 
10 butadiene), or s-cis(2,3-dimethyM ,3-butadiene). 

Preferred Z groups are those wherein E is silicon, m is 1, and R in at least one 
occurrence is methoxide, ethoxide, propoxide or butoxide. 

Preferred Y groups are amido groups of the formula: -NR*-, wherein R* is C^ 0 
hydrocarbyl, especially methyl, ethyl, propyl, butyl, pentyl, hexyl, (including branched and 
15 cyclic isomers), norbornyl, anilido, 2, 4, 6-trimethylanilido, adamantanyl, benzyl, or phenyl. 

In the most preferred embodiment -Z-Y- is an amidosilane or amldoalkane group of up 
to 10 nonhydrogen atoms, especially, (tert-butylamidoH2-butoxymethyl-silanediyl), (tert- 
butylamido)(isopropoxymethylsllanediyl) or (tert-butylamidoKethoxymethylsilanediyl). 

Illustrative derivatives of Group 3, 4 or Lanthanide metals that may be employed in the 
20 practice of the present Invention include: 

2-butoxvmethyl8ilanedivt complexes: 

(n-butylamido)2-butoxymethyl(ti 5 -tetramethylcyclopentadienyl)silanetitanium (II) 1 ,4-diphenyl- 
1 ,3-butadiene, 

(n-butylamido)2-butoxymethyl(t^Metramethylcyclopentadienyl)-silanetto (II) 1 ,3- 
25 pentadiene, 

(n-butylamido)2-butoxymethyl(iiMetramethyicyclopentadienyl>-silanetitanium (III) 2-(N,N- 
dimethylamino)benzyl, 

(n-butylamido)2-butoxymethyl(T) 5 -tetramethylcyclopentadienyl)-silanetitanium (IV) dimethyl, 
(n-butylamido)2-butoxymethyl(Ti s -tetramethylcyctopentadienyl)-silanetltanlum (IV) dibenzyl, 
3 o ( C y ciododecylamido)2-butoxy methyl(T\ 6 -tetramethy Icyclopenta-dieny l)silanetltanium (II) 1 ,4- 

diphenyl-1 ,3-butadiene, 
(cyclododecylamido)2-butoxymemyl(ii 5 -tetramethylcyclopenta-dienyl)silanetitanium (II) 1 ,3- 
pentadiene, 

-5- 
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(cyclododecytamido)2-butoxymrt^ (HI) 2- 

(N,N-dimethylamino)benzyi, 

(cyclododecylamido)2-butoxymethyl(^Metramethylcyclopcnta-dieny!)silanetita (IV) 
dimethyl, 

5 <cyclododecylamido)2-butoxymet^ 
dibenzyl, 

(2 A6-trImethylanilldo)2-butoxymethy^ (if) 1 ,4- 

dipheny 1-1 ,3-butadiene, 
(2,4,6-trimethylanilido)2-butoxymethyl(n 5 -tetramethylcyclopenta-d ienyl)8ilanetitanium (II) 1 ,3. 
10 pentadiene, 

(2A6-trlmethylanilido)2-butoxymethyl^ («H)2- 

(N,N-dimethylamino)benzyl, 
(2,4,6-trimethylaniiido)2-buto^ (IV) 

dimethyl, 

15 (2,4,6-trimethylanilido)2-butoxymethyl^ 
dibenzyl, 

(1 -adamantylamido)2-butoxymethyl(Ti 5 -tetramethylcyclopentadienyl)-8ilanetHan (II) 1 ,4- 
diphenyM ,3-bu tadiene, 

(1 -adamantylamido)2-butoxymethyl(T| 5 -tetramethylcyc!openta-dlenyl)8ilanetitanium (II) 1 ,3- 
20 pentadiene, 

(1 -adamantylamido)2-butoxy methy l(r| 5 -tetramethy!cyclopentadieny l)-sl lanetitanium (III) 2-(N,N- 
dimethylamino)benzyl, 

(1 -adamanty lamido)2-butoxymethyl(Ti 6 -tetramethy Icyclopentadleny l)silanet Itanium (IV) 
dimethyl, 

25 (1 -adamanty lamido)2-butoxymethyI(T) s -tetramethylcyclopentadienyl)8ilanetitanium (IV) 
dibenzyl, 



(n-buty lamido)2-butoxymethy l(T\ 5 -2-methy lindeny l)8llanetitanium (II) 1 ,4-diphenyM ,3* 
butadiene, 

3 0 (n-buty lamido)2-butoxy methy l(ii 5 -2-methy lindeny i)8ilanetitanium (II) 1 ,3-pentadiene, 
(n-butylamldo)2-butoxymethyt(ii 5 -2-methy!indenyl)8ilanetitanium (III) 2-{N,N- 

dimethylamino)benzyl, 
(n-butylamldo)2-butoxymethyl(Ti 5 -2-methylindenyl)silanetitanium (IV) dimethyl, 
(n-butylamido)2-butoxymethyl(t^ s -2-methylindenyl)8ilanetitanium (IV) dibenzyl, 
3 5 (cyclododecylamido)2-butoxymethyl(i) 5 -2-methylindenyl)-8ilanetitanlum (II) 1 ,4-diphenyM ,3- 
butadiene, 

(cyclododecylamido)2-butoxy methy l(Ti 5 -2-methy lindeny l)silanetltanium (II) 1 ,3-pentadiene, 
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(cyclododecylamido)2-butoxymethyl(^ (III) 2-(N ( N- 

dimethylamino)benzyl, 
(cyc!ododecylamido)2-butoxymethyl(r| 5 -2-methyllndenyl)3ilanGtitanium (IV) dimethyl, 
(cyclododecylamido)2-butoxymethyf(Ti 5 -2-fiiethylindcnyl)3llanctitanium (IV) dibenzyl, 
5 (2,4,6-trimethylanilido)2-butoxymethyl(ii 5 -2Hnethylindeny l)-silanetitanhim (II) 1 ,4-diphenyM ,3- 

butadiene, 

(2,4,6-trlmethy laniiido)2-butoxymethyi(ti 5 -2-methy lindeny l)silanetftani urn (II) 1 ,3-pentadiene, 
(2,4,6-trimethylani!ido)2-butoxyme^ (llt)2-(N,N- 
dlmethylamino)benzyl, 

10 (2,4,6-trimethylanllido)2-butoxymethyl(Ti 5 -2-methyllndenyl)8llanetltaniu^ (IV) dimethyl, 
(2,4,6-trimethylanilfdo)2-butoxymeta^ (IV) dibenzyl, 

(1 -adamanty lamido)2-butoxymethyl(ii 5 -2-methy lmdenyl)-silanetitanlum (II) 1 ,4-diphenyM ,3- 
butadiene, 

(1-adamantylamido)2-butoxymethyl(ii 5 »2-methylindenyl)8ilanetitanium (II) 1 ,3-pentadiene, 
15 (1 -adamantylamido)2-butoxymethyl(Ti 5 -2-methylindenylHllanetrtanium (III) 2-(N,N- 
dimethylamino)benzyl, 
(1 -adamanty lamldo)2-butoxymethyl(T| 5 -2-methy lindeny l)silanetitanlum (IV) dimethyl, 
(1 -adamanty lamido)2-butoxymethyl(ii 6 -2-methylindenyl)8ilanetitanlum (IV) dibenzyl, 

2 0 (n-buty lamldo)2-butoxymethy l(Ti 5 -3-methy lindenyl)silanetHanium (II) 1 ,4-dlphenyM ,3- 
butadiene, 

(n-buty lamido)2-butoxymethyl(ii 5 -3-methylindenyl)silanetitanium (II) 1 ,3-pentadiene, 
(n-butylamido)2-butoxymethyl(i) 5 -3-methylindenyl)8ilanetitanium (III) 2-(N,N- 
dimethylamino)benzyl, 

2 5 (n-butylamido)2-butoxymethyl(ti 5 -3-methylindenyl)8ilanetitanium (IV) dimethyl, 

(n-butylamido)2-butoxymethyi(ti 5 -3-methyKindenyl)8ilanetltanium (IV) dibenzyl, 
(cyclododecylamldo)2-butoxymethyl(t) s -3-methylindenyl)-silanetitanium (II) 1 ,4-diphenyM ,3- 
butadiene, 

(cyclododecylamido)2-butoxymethyl(T) 5 -3-methylindenyl)silanetitanlum (10 1 ,3-pentadiene, 

3 o (cyclododecylamido)2-butoxymethyl(ti 5 -3-methylindenyl)-8llanetltanium (III) 2-(N,N« 

dimethylamino)benzyl, 
(cyclododecylamido)2-butoxymethyl(Ti 9 -3-methylindenyl)8ilanetitanium (IV) dimethyl, 
(cyclododecylamldo)2-butoxymethyl(T] 5 -3-methyllndenyl)silanetitanium (IV) dibenzyl, 
(2,4,6-trimethylanilido)2-butox^^ (II) 1 ,4-diphenyM ,3- 

35 butadiene, 

(2,4,6-trlmethylanilido)2-butoxymethyl(T) s -3-methylindeny IJsilanetitanium (II) 1 ,3-pentadiene, 
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(2,4,6-trimethylanilido)2-buto^ (HI) 2-(N,N- 

dimethylamino)benzyl, 
(2,4,6-trimethylanilido)2-butoxymeft^^ (IV) dimethyl, 

(2,4,6-trirnethylanilido)2-butox^ (IV) dibenzyl v 

(1 -adamanty lamido)24>utoxymethylft 5 -3-methy Kndenyl)-8ilanetltanium (II) 1 ,4-dipheny 1-1 ,3- 

butadiene, 

(1 -adamantytamido)2-butoxymethyl(ii 5 -3-methylindenyl)8ilanetitanium (II) 1 ,3-pentadiene, 
(1-adamantylamido)2-butoxymethyl(n 5 -3-methylindenyl)-8Hanetitanium (III) 2-(N,N- 
dimethylamino)benzyl v 

(1-adamantylamido)2-butoxymethyl(n 5 -3-methylindenyl)8ilanetltanium (IV) dimethyl, 
(1-adamantylamido)2-butoxymethyl(n 5 -3-methylindenyl)8ilanetltanium (IV) dibenzyl, 

(n-butylamido)2-butoxymethyl(ii 5 -2,3-dimeUiylindenyl)-8ilanetitanium (II) 1 ,4-diphenyl-1 ,3- 
butadiene, 

(n-butylamido)2-butoxymethyl(Ti 5 -2,3-dimethyllndenyl)8ilanetitanium (II) 1 ,3-pentadiene, 
(n-butylamido)2-butoxymethyl(Ti 5 -2,3-dimethylindenyl)-8ilanetitanium (lll)2-(N,N- 

dimethylamino)benzyl v 
(n-butylamido)2-butoxymethyl(ti s -2,3-dimethylindenyl)8ilanetitanfium (IV) dimethyl, 
(n-butylamido)2-butoxymethyl(Ti s -2,3-dimethylindenyl)8ilanetitanium (IV) dibenzyl, 
(cyclododecylamido)2-butoxymethyl(Ti 5 -2 t 3-dimethylindeny l)-silanotitanium (II) 1 ,4-diphenyi- 

1,3-butadiene, 

(cyclododecylamido)2-butoxymethyl(T) 5 -2^-dimethylindenyl)8ilanetitanium (II) 1 ,3-pentadiene, 
(cyclododecy!amido)2-butoxymethyl^ (lll)2-(N,N- 

dimethylamino)benzyl, 
(cyclododecylamido)2-butoxymethyl(i) $ -2 v 3-dimethyllndenyl)8iianetitanium (IV) dimethyl, 
(cyclododecylamido)2-butoxymethyl(T| s -2 v 3-dimethylindenyl)silanetitanium (IV) dibenzyl, 
(2,4,6-trimethy lanilido)2-butoxymethyl(Ti fi -2,3-dimethylIndenyl)-silanetitanium (II) 1 ,4-diphenyh 

1,3-butadiene, 

(2,4,6-trimethylanilido)2-butoxymethyl(n 5 -2 > 3-dimethylindenyl)8ilaneUtanium (II) 1 ,3- 
pentadiene, 

(2,4 t 6-trimethylanilido)2-butox^ (l»l)2-(N,N- 

dimethylamino)benzyl, 
(2,4 1 6-trimethylanilido)2-butoxymethyl(ii 5 -2,3-dimethylindenyl)silanetitanium (IV) dimethyl, 
(2,4 f 6-trimethylanilido)2-butoxymethyl(n 6 -2,3^imethylindenyl)8ilanetitanium (IV) dibenzyl, 
(1 -adamantylamido)2-butoxymethyl(r( 5 -2,3^i methy lindenyl)-8ilanetltanium (II) 1 ,4-dipheny M ,3- 

butadiene, 

(1 -adamantylamido)2-butoxymethyl(T) 5 -2 t 3-dimethylindeny!)8ilanetitanium (II) 1 ,3-pentadiene, 
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(1-adanranty!amldo)2-butoxymethy^ (III) 2-(N,N- 

dimethylamino)benzyl, 
(1-adamantytamido)2-butoxymethyl(Ti 5 -2,3^imethylindGnyl)3ilane1^niuni (IV) dimethyl, 
(1-adamantylamido)2-birtoxymethylft^ (IV) di benzyl, 

5 

(n-butylamido)2-butoxy methyl(r| 5 -2-methyl-4-pheny I indeny l)-8ilanetitanium (II) 1 ,4-dipheny I- 
1,3-butadiene, 

(i>butylamido)2-butoxymethyl(ii 5 -2-methyl-4-phenylindeny l)sllanotltanium (II) 1 ,3-pentadiene, 
(n-butylamido)2-butoxymethyl(ii 5 -2-™^ (111) 2-(N,N- 

10 dimethylamino)benzyl, 

(n-butylamido)2-butoxymethyl(ti 5 -2-methyl^ph (IV) dimethyl, 

(n-butylamido)2*butoxymethyl(Ti 5 -2-m^ (IV) dibenzyl, 

(cyclododecylamido)2^utoxymethyl(Ti 6 -2-methyl^phenyllndenyl)-allanetltanlum (II) 1,4- 
dipheny M , 3-butadiene, 

15 (cyclododocylamldo)2-butoxymethyl(7i 5 -2-methyl^phenyllndenyl)8llanetitanl (II) 1 ,3- 
pentadiene, 

(cyc!ododecylamido)2-butoxymethyl(^^ (III) 2-(N,N- 

dimethylamino)benzy), 

<cyclododecylamido)2-butoxymethyl(i^^ (IV) dimethyl, 

20 (cyclododecylamido)2-butoxymethyl(ii 5 ^^ (IV) dibenzyl, 

(2,4,6-trimethylanllido)2-butoxyme^^ (II) 1 ,4- 

diphenyl-1 ,3-butadiene, 
(2,4 f 6-trlmethylanilido)2-butoxymethyl(n 8 -2-methyM-pheny (II) 1 ,3- 

pentadiene, 

25 (2A6-trimethylanllido)2-butoxymethyl(^ (III) 2-(N,N- 

dimethytamino)benzyl, 
(2,4,6-trimethylanilido)2-butoxym (IV) 
dimethyl, 

(2,4,6-trlmethylanllido)2-butox^ (IV) 
30 dibenzyl, 

(1-adamantylamldo)2-biitoxymethyl(i^^ (II) 1 ,4- 

diphenyl-1 ,3-butadiene, 
(1-adamantylamldo)2-butoxymethyl(ii 5 ^^ (II) 1 ,3- 

pentadlene, 

35 (1-adamantylamido)2-butoxymethyl(Tfc^ (III) 2-(N,N- 

dimethylamlno)benzyl, 

(1-adamantylamido)2-butoxymethyl(ii^^ (IV) dimethyl, 
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(1-adamantylamido)24utoxymethylft s -2-metty (IV) dibenzyl, 

(n-butylamido)2-butoxymethyl(r| 5 -t8trahydrof luorenyl)-silanetitanium (II) 1 ,4-diphenyM ,3- 
butadiene, 

(i>buty!amldo)2-butoxynwthyl(TiMetrahydrolluorenyl)-8ilanetltanium (II) 1 ,3-pentadiene, 
(n-butylamido)2-butoxymethyl(ii 5 -tetrahydrof luorenyl)-8ilanetitanium (III) 2-(N,N- 

dimethylamino)benzyl, 
(n-butylamido)2-butoxymethyl(T)MetrahydrofIuorenylHl^netrtanium (IV) dimethyl, 
(n-butylamido)2-butoxymethyl(n s -tetrahydrof luorenyl)-silanetftanium (IV) dibenzyl, 
(cyclododecylamido)2-butoxymethyl(Ti 5 -tetrahydrof luorenylj-sllanetttanium (II) 1 ,4-diphenyl- 

1 ,3-butadiene, 

(cyclododecylamldo)2-butoxymethyl(Ti s -tetrahydrof luorenyl)silanetitanium (II) 1 ,3-pentadiene, 
(cyclododecylamldo)2-butoxymethyl(T| 5 -tetrahydrof luorenyl)-sitanetitanium (III) 2-(N,N- 

dimethylamino)benzyl, 
(cyclododecylamldo)2-butoxyn^yI(Ti 5 4etrahydrofluoreny!)sllarietltanlum (IV) dimethyl, 
(cyclododecylamldo)2-butoxymethyl(ii 5 -tetrahydrof luorenyl)silanetitanium (IV) dibenzyl, 
(2,4,6-trlmethylanllido)2-butoxymethyl(Ti 5 -tetrahydrof luorenyt)-siIanetitanium (II) 1 ,4-diphenyl- 

1 ,3-butadiene, 

(2, 4,6-trimethy lanilido)2-butoxymethyl(r| 6 -tetrahydrof luorenyl)silanetitanium (II) 1 ,3-pentadiene, 
(2,4,6-trimethylanilido)2-butoxymethyl(iiMetrahyd (III) 2-(N,N- 

dimethylamino)benzyl, 
(2,4,6-trimethylanllido)2-butoxyme^ (IV) dimethyl, 

(2,4,6-trimethylaniHdo)2-butoxym (IV) dibenzyl, 

(1 -adamantylamido)2-butoxymethyl(Ti 5 -tetrahydrof luorenyl)-silanetitanium (II) 1 ,4-diphenyM ,3- 
butadiene, 

(1-adamantylamido)2-butoxymethyl(Ti 5 -tetrahydrof luorenyl)silanetitanium (II) 1 ,3-pentadiene, 
(1-adamantylamido)2-butoxymethyl(n s -tetrahydrofluprenyl)-8ilanetitanium <ti1)2-(N,N- 

dimethylamino)benzyl, 
(1-adamantylamldo)2-butoxymethyl(7i 5 -tetrahydrofluorenyl)silanetitanlum (IV) dimethyl, 
(1-adamantylamido)2-butoxymethyl(t\Metrahydrofluorenyl)8ilanetitanium (IV) dibenzyl, 

ethoxvmethvlsHanedlvl complexes 

(n-butylamldo)ethoxymethyl(iiMetramethylcyclopentadienyl)-8ilanetitanium (II) 1 ,4-diphenyl- 
1 ,3-butadiene, 

(n-butylamido)ethoxymethyl(iiMetra^ (II) 1 ,3-pentadiene, 

(n-butylamido)ethoxymethyl(Ti 5 -tetramethylcyclopentadienylh8llanetltani^ (lll)2-(N,N- 
dimethyiamino)benzyl, 
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(rvbutylamido)ethoxymethyl(n s 4etram (IV) dimethyl, 

(rvbutylamido)ethoxymethyl(nMetra^ (IV) dibenzyl, 

(cyclododecylamido)ethoxymethyl(Ti 5 -tetramethylcyclop6nta^ (II) 1,4- 

diphenyM ,3-butadiene, 
(cyclododecylamidoJethoxymethylftMetra (II) 1 ,3- 

pentadiene, 

(cyciododecyiamJdo)ethoxymethyi(iiMetra^ (111) 2-(N,N- 

dimethylamino)benzyl, 
(cyclododecylamido)ethoxymethyl(Ti 5 -tetramethylcyclop€nta-dlenyl)sllanetItanl^ (IV) 

dimethyl, 

(cyclododecylamido)ethoxymethyl(^ (IV) dibenryl, 

(2,4,6-trimethylanilido)ethoxyme^ (II) 1 ,4- 

diphenyM ,3-butadiene, 
(2,4,6-trimeftylanllldo)e^ (II) 1,3- 

pentadiene, 

(2A6-trimethylanilido)ethoxymethyl^ (III) 2-(N,N- 

dimethylamino)benzyl, 
(2 > 4,6-trimethylanilido)ethoxymethyl(Ti 8 4etramethylcyclop^^ (IV) 

dimethyl, 
(2,4,6-Wmethylanilido)etho)cymeft^ 

dibenzyl, 

(1-adamantylamldo)emoxymemyl(TiMetramemyl^ (II) 1 ,4- 

diphenyM ,3-butadiene, 
(1 -adamantylamido)ethoxyn»thyl(TiMet^ (II) 1 ,3- 

pentadiene, 

(1 -adamantylam!do)ethoxymethyl(ii 5 -tetramethylcyclopenta-dienyl)silanetitanium (III) 2-(N,N- 
dimethylamino)benzyl, 

(1-adamantylamldo)ethoxymethyl(iiMetramtf^ (IV) dimethyl, 

(1-adamantylamldo)ethoxymethyl(nMetraiTOthylcyclopenta-di^ 

(ivbutylamldo)ethoxymethyl(Tj s -2-methyllndeny1)8llanetltanlum (II) 1 ,4-dipheny H ,3-butadiene, 
(rv*utylamido)ethoxymethyl(Ti 5 -2-methyllndenyl)8ilanetitanium (II) 1,3-pentadiene, 
(n-butylamido)ethoxyinethyl(ii s -2-methylindenyl)8ilanetltaniiim (lll)2-(N,N- 

dimethylamino)benzyl, 
(n-butylamldo)ethoxymethyl(Ti 5 -2-methylindenyl)8ilanetitanium (IV) dimethyl, 
(n-butylamido)ethoxymethy«n 5 -2-methyllndenyl)8Hanetltanium (IV) dibenzyl, 
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(cyclododecylamido)ethoxy!TOthyK^ (II) 1 ,4-dipheny 1-1 ,3- 

butadiene, 

(cyclododecylamldo)ethoxynwthyl(Ti 5 -2-methyllndenyl)8llanetltanlum (II) 1,3-pentadiene, 
(cyclododecylamldo)ethoxyimthyl(n s *2-methylindenyl>3ilanetitanium (III) 2-(N,N- 

dimethylamino)benzyl, 
(cyclododecylamldo)ethoxyniethyl(Ti 5 -2-methylindenyl)8ilanetltanium (IV) dimethyl, 
(cyclododecylam!do)ethoxymethyl(i) 5 -2-methylindenyl)8ilanetltaniym (IV) dlbenzyl, 
(2,4,6-trimethylamlldo)ethoxymethyl^ (II) 1 ,4-diphenyM ,3- 

butadlene, 

(2 t 4,6-trimethylanHldo)ethoxymethyl(Ti 5 -2-methylindenyl)^ (II) 1,3-pentadiene, 

(2,4,6-trimethylanilido)ethoxyme^ (lll)2-(N,N- 

dimethylamino)benzyl, 
(2,4,6-trimethylanilido)ethoxymethyl(^^^ (IV) dimethyl, 

(2,4,6-trimethylanilido)ethoxymethyl(ii 5 *2»methylindenyl)8llanetltanium (IV) dlbenzyl, 
(1 -adamantylamldo)ethoxymethyl(Ti 5 -2-methyllndenyl)-8ilanetltanium (II) 1 ,4-dipheny M ,3- 

butadiene, 

(1-adamantylamido)ethoxymethyl(i) s -2-methylindenyl)8ilanetltanium (II) 1,3-pentadiene, 
(1-adamantylamldo)ethoxymethyl(^ 5 -2-methylindenyl)-8ilanetltanium (III) 2-(N,N- 

dlmethylamino)benzyl, 
(1-adamantylamido)ethoxymethyl^^^ (IV) dimethyl, 

(1-adamantylamido)ethoxymethyl(n 5 -2-methyllndenyl)8llanetltanium (IV) dlbenzyl, 

(n-buty iamido)ethoxymethyl(t) 5 -3-methylindenyl)8ilanetitanium (II) 1 ,4-diphenyM ,3-butadiene, 
(n-butylamldo)ethoxymethyl(n s -3-methylindenyl)8ilanetitanium (li) 1,3-pentadiene, 
(n-butylamido)ethoxymethyl(Ti 5 -3-methylindenyl)8ilanetitanium (III) 2-(N,N- 

dimethyiamino)benzyl, 
(n-butylamido)ethoxymethyl(n 5 -3-methylindenyl)8ilanetitanium (IV) dimethyl, 
(n-butylamido)ethoxymethyl(ii 5 -3-methylindenyl)8ilanetitanium (IV) dibenzyl, 
(cyclododecylamido)ethoxymethyl(ii 5 -3-methyilndenyl)-8ilanetitanium (II) 1 ,4-dipheny 1-1 ,3- 
butadiene, 

(cyclododecy lamido)ethoxymethyl(Ti 5 -3-methylindenyl)8ilanetitanium (II) 1 ,3-pentadfiene, 
(cyclododecylamido)ethoxymethyl(^ 6 -3-methyllndenyl)-8llanetitanium (III) 2-(N,N- 

dimethylamlno)benzyl, 
(cyclododecyiamido)ethoxymethyl(Ti 5 -3-methylindenyl)8ilanetltanium (IV) dimethyl, 
(cyclododecylamido)ethoxyinethyl(Ti 6 -3-methylindenyl)8ilanetitanium (IV) dibenzyl, 
(2 f 4,6-trimethylanilido)ethoxymethyl(n s -3-methy lindenyl)-eilanetitanium (II) 1 ,4-dipheny 1-1 ,3- 
butadiene, 
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(2 T 4,6-trimethylanilido)ethoxymethyl(Ti 5 0-methylindenyl)8llane;rtanium (II) 1 ,3-pentadiene, 
(2,4,6-trimethylanHido)ethoxymethylta^ (III) 2-<N,N- 

dimethylamino)benzyl f 
(2 t 4 l 6-trimethylanilido)ethoxymethyl(Ti s -3.methyljndenyl)8ilanetitanium (IV) dimethyl, 
(2,4,6-trimethylanil!do)ethoxymethyl(^ (IV) dibenzyl, 

(1 -adamanty la m ido)ethoxy methy l(ri 5 -3-meihyli ndeny l)-si lanetftan \ urn (II) 1 ,4-diphenyM ,3- 

butadiene, 

(1-adamantylamido)ethoxyinethyl(ii s -3-methylindenyl)8ilanetitanium (II) 1 ,3-pentadiene, 
(1-adamantylamido)ethoxymethyl(Ti 5 ^methylindenylH"anetltanlum (III) 2-(N,N- 

dimethylamino)benzyl, 
(1-adamantylamldo)ethoxymethyl(ii s -3-methyIindenyl)silanetrtanium (IV) dimethyl, 
(1-adamantylamldo)ethoxymethyl(T) 6 ^-methylindenyl)8llanetitariium (IV) dibenzyl, 

(n-butylamidoJethoxymethyKTi^.S-dlmethy lindeny l)-sllanetttanium (II) 1 ,4-dlphenyM ,3- 
butadiene, 

(n-butylamido)ethoxy methy l(ri 5 -2,3-dimethylindenyl)silanetitanium (II) 1 ,3-pentadiene, 
(n-butylamido)ethoxymethyl(Ti 5 -2 l 3-dimethyIindenyl)-8i1anetitanium (III) 2-(N,N- 

dimethylamino)benzyl, 
(n-butylamido)ethoxymethyl(Ti 6 -2,3-dimethylindenyl)8llanetitanium (IV) dimethyl, 
(n-butylamido)ethoxymethyl(T^ (IV) dibenzyl, 

(cyclododecylamido)ethoxymethyl(^ 

butadiene, 

(cyclododecylamido)ethoxymethyl(^ (II) 1 ,3-pentadiene, 

(cyclododecylamido)ethoxymethyl(Ti 5 -2,3-dimethylindenyl)-8ilanetitanium (III) 2-(N,N- 

dimethylamino)benzy(, 
(cyclododecylamido)ethoxymethyl(ii 5 -2,3-dimethylindenyl)8ilanetitanium (IV) dimethyl, 
(cyclododecylamido)ethoxymethyl(Ti 5 -2,3-dimethylindenyl)8ilanetitanium (IV) dibenzyl, 
(2,4,6-trimethylanilido)ethoxymethyl^^^^ (II) 1 ,4-dipheny I- 

1,3-butadiene, 

(2,4,Mrimethylanilido)ethoxyme («) 1 ,3-pentadiene, 

(2,4,6-trimemylanllido)ethoxymet^^^^ (llt)2-(N,N- 

dimethylamino)benzyl, 
(2,4,6-trimethylanllido)ethox^ (IV) dimethyl, 

(2,4,6-trimethylanHido)ethoxyme^ dibenzyl, 
(l-adamantylamido)ethoxymethy^^ («) 1 ,4-dlphenyM ,3- 

butadiene, 

(l-adamantylamido^thoxymethyKii^.S-dimethylindenyDellanetitanium (II) 1 ,3-pentadiene, 
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(1-adamantylamido)ethoxymethyl(n^^ (III) 2-(N,N- 

dimethylamino)beruyl y 
(1 -adamantylamido)ethoxy methy l(n 5 -2, 3-dimethy lindeny l)silanetrtanium (IV) dimethyl, 
(1 -adamantylamido)ethoxymethyl(ii 5 -2,3-dimetfiyIindenyl)8llanetftan ium (IV) dibenzyl, 

(n-butylamf do)ethoxymothyl(ii 5 -2-methyM.phenylindenyl)-8ilanetftanium (II) 1 ,4-dipheny 1-1 ,3- 
butadiene, 

(n-butylamido)emoxymethy l(Ti 5 -2-methy l^pheny Hndenyl)silanetitan!um (II) 1 f 3~pentadiene, 
(n-butylamido)ethoxymethyl(ii 5 -2-me^ (III) 2-(N,N- 

dimethylamino)benzyl f 
(n-butylamido)ethoxymethyl(Ti^ (IV) dimethyl, 

(n-butylamldo)ethoxymethyl(ri^2^ (IV) dibenzyl, 

(cyclododecylamido)ethoxymethyl(Ti 5 -2-meth^ (II) 1 ,4- 

diphenyM ,3-butadiene, 
(cyclododecy lamido)ethoxymethyl(n 5 -2-methyM-phenylindenyl)8iianetitanium (II) 1 ,3- 

pentadiene, 

(cyclododecylamido)ethoxymethyl(Ti 5 -2-meta^ (lll)2-(N,N- 
dimethylamino)benzyl, 

(cyctododecylamido)ethoxymethyl(n 5 ^ (IV) dimethyl, 

(cyclcxlodecylamido)ethoxymethyl^ (IV) dibenzyl, 

(2,4,6-trimethy lanHido)ethoxymethyl(ii s -2-methy l-4-pheny Mndenyl)8ilanetitanium (II) 1 ,4- 

diphenyM ,3-butadiene, 
(2,4,6-trimethylanilido)ethoxymethyl(ii 5 -2-methyl-4-phenylindenyl)8ilanetitanium (II) 1 ,3- 

pentadiene, 

(2,4,6-trimethylanilido)ethoxymethyt(^ (lll)2-(N,N- 
dimethylamino)benzyl, 

(2 t 4 t 64rimethylanilido)ethoxymethyl(r| 5 -2-mothyl^phenylindenyl)silanetitanium (IV) dimethyl, 
(2 f 4 t 6-trimethylanilido)ethox^ dibenzyl, 
(1-adamantylamido)ethoxymethyi(T) 5 -2-methyM-phenylindenyl)-8ilanetltanium (It) 1 ,4-diphenyl- 
1,3-butadiene, 

(1-adamantylamido)ethoxymethyl(t) 5 *2-methyM-phenyllndenyl)8ilanetitanium (II) 1 ,3- 
pentadiene, 

(1-adamantylamido)ethoxymethyl(n s *2-methyl-4-phenylindenyl)-8ilanetitanium (III) 2-(N,N- 

dimethylamino)benzyl, 
(1 -adamantylamido)ethoxymethyl(Ti 5 *2-methy M-phenyllndenyl)8ilanetrtanium (IV) dimethyl, 
(1-adamantylamido)ethoxymethyl(Ti 5 -2-methyl-4-phenylindenyl)silanetitanlum (IV) dibenzyl, 
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(n-butylam1do)ethoxymethyI(Ti 5 -tetra^ 00 1 ,4-dipheny 1-1,3- 

butadiene, 

(n-butylamido)ethoxymethyl(n 5 -tetrahydr^^^ (II) 1,3-pentadiene, 

(n-butylamido)ethoxyiiwthyl(nMeta^ (III) 2-(N,N- 

dimethylamino)benzyl 9 
(n-butylamido)0thoxymethyl(ti 5 -tetrahydrof luorenyl)-silanetltanfum (IV) dimethyl, 
(n-butylamido)ethoxyniethyl(Ti 5 -tetrahydrofluorenyl)-silanetltanium (IV) dibenzyl, 
(cyclododecy»amido)ethoxymethy IftMetrahydrof luoreny l)-silanetitanium (II) 1 ,4-dipheny M ,3- 

butadiene, 

(cyclododecylamido)ethoxymethy l(Ti 5 -tetrahydrof luoreny l)-silanetitanium (II) 1 ,3-pentadiene, 
(cyclododecy!amido)ethoxymethyl(Ti 5 -tetrahydrofluorenyl)-8llanetltanlum (lll)2-(N,N- 

dimethylamlno)benzyl, 
(cyclododecylamido)ethoxymethyl(Ti 5 -tetraty (IV) dimethyl. 

(cyclododecylamldo)ethoxymethyl(n 5 -tetrahydrof luorenyl)-8ilanetltanium (IV) dibenzyl, 
(2,4,6-trimethylanilido)ethoxymethyl(Ti 5 -tetrahydro-f luoreny l)silanetltanium (II) 1 ,4-diphenyM ,3* 

butadiene, 

(2,4,6-trimethylanllldo)ethoxymethyl(T| 5 -tetrahydro-f luorenyljailanetltanlum (II) 1 ,3-pentadiene, 
(2,4,6-trlmethylanllido)ethoxymethyl(Ti 5 -tetrahydro-f luorenyl)silanetrtanlum (III) 2-(N,N- 

dimethylamino)benzyl, 
(2,4,6-trimethylanllldo)ethoxymethyl(n 5 -tetra (IV) dimethyl, 

(2,4,6-Wmethylanllido)ethox^^ (IV) dibenzyl, 

(1-adamantylamido)ethoxymethyl(Ti s -tetrahydroff luorenyl)-sllanetltanlum (II) 1 ,4-diphenyM ,3- 

butadiene, 

(1-adamantylamido)ethoxymethyl(Ti 5 -tetrahydrofluorenyl)-8ilanetitanium (II) 1,3-pentadiene, 
(1-adamantylamido)ethoxymethyl(T) 5 -tetrahydrofluorenyl)-silanetitanium (III) 2-(N,N- 

dimethylamino)benzyl, 
(1 -adamantylamido)ethoxymethyl(i) 5 -tetrahydrof luorenyl)-8llanetttanium (IV) dimethyl, 
(1-adamantylamido)ethoxymethyl(Ti s -tetrahydrofluorenyl)-8ilanetitanium (IV) dibenzyl, 

isoproooxvmettivlsllflndlvl complexes : 

(n-butylamido)isopropoxymethyl(i)Metramethylcyclopentadienyl)-8ilanetitanlum (II) 1 ,4- 
diphenyM ,3-butadiene, 

(n-butylamido)isopropoxymethyl(iiMetram 00 1 

pentadiene, 

(n-butylamido)iaopropoxymethyl(^^ (III) 2-(N,N- 

dimethylamlno)benzyl, 

(n-butylamidoJisopropoxymethylfoMetram (IV) dimethyl, 
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(n-butylamldo)lsopropoxymethyl(ii 5 -tetram (IV) dibenzyl, 

(cyclododecylamido)isopropoxymethy !h 5 -tetramethy Icyclopenta-dieny l)sll anetltanium (II) 1 ,4- 

dipheny M ,3-butadiene, 
(cyclododecylamido)isopropoxymethyl(r|Metram (I I) 1 ,3- 

pentadiene, 

(cyclododecylamido)i8opropoxymethyl(^^^ (III) 2- 

(N,N-dimethylamino)benzyl f 
(cyclododecylamido)isopropoxymethyl(n^eto (IV) 

dimethyl, 

(cyclododecylamido)isopropoxymethyl(T|Metramethylcyclopentadtenyl)3ilanetitanium (IV) 
dibenzyl, 

(2 t 4 t 6-trimethylanilido)isopropoxymethyl(Ti 5 -tetramethylcyclo-pentadlenyl)8ila (II) 

1 ,4-dipheny M ,3-butadiene, 
(2 r 4,6-trimethylanilldo)i3opropoxymethyl(n 5 -tetramethylcyclo-pentadte 

1,3-pentadtene, 
(2,4,6-trimethylanilido)isopropoxymethyl(^^^ 

(N,N-dimethylamino)benzyl, 
(2,4,6-trimethylanilido)isopropoxymethy^^ (IV) 

dimethyl, 

(2,4,6-trinrathylanilido)i8opropoxymethyl(nMetramethylcyclo-pentadienyl)8i^ (IV) 
dibenzyl, 

(1 -adamanty lamido)isopropoxymethyl(Ti 5 -tetramethylcyclo-pentadienyl)silanetitanium (II) 1 ,4- 

diphenyl-1 ,3-butadiene, 
(1 -adamanty lamido)isopropoxy methy l(ii 5 -tetramethy lcyclopenta-dienyl)sllanetltanium (II) 1 ,3- 

pentadiene, 

(1-adamantylamido)i8opropoxymethyl(T)Metramethylcyclopenta-dienyl)8ilanetitanium (lll)2- 

(N,N-dlmethylamino)benzyl, 
(1-adamantylamido)isopropoxymethyl(T| 5 -tetramethylcyclopenta-dicnyl)8ilanetitanium (IV) 

dimethyl, 

(1-adamantylamido)isopropoxymethyl(TiMetramethylcyclopenta-dienyl)8llanetltanium (IV) 
dibenzyl, 

(n-butylamido)isopropoxymethyl(ii 5 -2-methylindenyl)8ilanetitanium (II) 1 ,4-dipheny H ,3- 
butadiene, 

(n-buty lamido)l8opropoxymethyl(n s -2-methy lindenyl)silanetltanlum (II) 1 ,3-pentadiene, 
(n-butylamido)isopropoxymethyl(n 5 -2-methylindenyl)8ilanetitanium (III) 2-(N,N- 
dimethylamino)benzyl, 
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(rHbutylamido)isopropoxymethyl(ri 5 -2-methylindenyl)3ilanetltanium (IV) dimethyl, 
(n-butylamido)isopropoxymetoyl(Ti^ (IV) dlbenzyl, 

(cyclododecylamido)isopropoxymethy^ (II) 1 ,4-diphenyM ,3- 

butadiene, 

(cyclododecylamido)i8opropoxyTTwthyl(r| 5 -2-rnethylindeny l)sllanetitanium (II) 1 ,3-pentadiene, 
(cyclododecylamido)Isopropoxymethyl(T| 5 -2-methylindenyl)-3ilanetitanium (III) 2-(N,N- 

dimethylamino)benzyl, 
(cyclododecylamido)i8opropoxymethyl(ri s -2-methylindenyl)silanetltanium (IV) dimethyl, 
(cyclododecylamido)i8opropoxymethyl(ii s -2-methylindenyl)8ilanetitanlum (IV) dlbenzyl, 
(2,4,6-trimethylanilido)i8opropoxymethyl(r| 5 -2-methylindeny l)-silanetitanlum (II) 1 ,4-diphenyl- 

1,3-butadiene, 

(2,4, 6-trlmethylanilido)isopropoxymethyl(Ti 5 -2-methyllndenyl)8llanetltanlum (II) 1 ,3-pentadiene, 
(2,4,6-trimethylanilido)isopropoxyme^ (lll)2-(N,N- 

dimethylamino)benzyl, 
(2,4,6-trimetaylanilIdo)i8opropoxymethy^ (IV) dimethyl, 

(2,4,6-tri methyl anilido)iso propoxymethy l(^ 5 -2-methy lindeny l)silanetJtan i urn (IV) dlbenzyl, 
(1-adamanty«amtdo)i8opropoxymethyl(Ti 5 -2-methylindenyl)-8llanetltanlum (II) 1 ,4-diphenyM ,3- 

butadiene, 

(1-adamantylamido)i8opropoxymethyl(ti 5 -2-methylindenyl)8ilanetltanlum (II) 1 ,3-pentadiene, 
(1-adamantylamido)i8opropoxymethyl(Ti s -2-methyllndenyl)-8llanetitanium (lll)2-(N,N- 

dimethylamino)benzyl, 
(1-adamantylamido)i8opropoxymethyl(Ti 5 -2-mettiylindenyl)8ilanetitanium (IV) dimethyl, 
(1-adamantylamido)l8opropoxymethyl(i) 5 -2-methylindenyl)8ilanetitanium (IV) dlbenzyl, 

(n-butylamido)i8opropoxymethyl(T) 5 -3-methylindenyl)8ilanetitanium (II) 1 ,4-diphenyM ,3- 
butadiene, 

(n-butylamido)i8opropoxymethyl(n 5 -3-methylindenyl)8llanetltanium (II) 1 ,3-pentadiene, 
(n-butylamldo)i8opropoxymethyl(ti s -3^ethylindenyl)silanetitaniu^ (III) 2-(N,N- 

dimethylamino)benzyl, 
(n-butylamido)i8opropoxymethyUn 5 '^-methylindenyl)8ilanetltanium (IV) dimethyl, 
(n-butylamldo)i8opropoxymethyl(n 5 -3-methyllndenyl)8ilanetltanium (IV) dlbenzyl, 
(cyclododecylamido)i8opropoxymethyl(Ti 5 -3-methyllndenyl)-silanetltanium (II) 1 ,4-diphenyM ,3- 

butadlene, 

(cyclododecylamido)i8opropoxymethy«(n 5 -3-methyllndenyl)8ilanetitanium (II) 1 ,3-pentadiene, 
(cyclododecylamldo)l8opropoxymethyl(n 5 -3-methyllndenyl)-silanetitanium (lll)2-(N,N- 

dimethylamino)benzyl, 
(cyclododecylamido)l8opropoxymethyl(Ti 5 -3.methylindenyl)8llanetitanlum (IV) dimethyl, 
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(cyclododecylamido)isopropoxyme^ (IV) dibenzyl v 

(2A6-trimethylaniIJdo)i8opropoxym (II) 1 ,4-diphenyt- 

1,3-butadiene, 

(a^^trimethylanllidoJisopropoxymethyKTi^a-methy II ndonyl)s ilanetitanium (II) 1 ,3-pentadiene, 
(2,4,6-trimethy!anilido)isopropoxymethy^ (lll)2-(N,N- 

dimethylamino)benzyl, 
(2 t 4,6-trimethylanilido)isopropo (IV) dimethyl, 

(2,4,6-trimethylanilldo)isopropoxyn^ (IV) dibenzyl, 

(1 -adamanty lamido)isopropoxymethy l(T| s -3-methylindenyl)-8ilanetitanium (II) 1 ,4-dipheny M ,3- 

butadiene, 

(1 -adamanty lamido)i8opropoxymethyl(ii 5 -3-methylindenyl)8ilanetitanium (II) 1 ,3-pentad I ene, 
(1-adamantylamido)l8opropoxymethyl(T) s -3-methylindenyl)-8llanotltanium (lll)2-(N,N- 

dlmethylamino)benzyl, 
(1 -adamanty lam i do) I sopropoxymet hy l(T| 5 -3-met hy lindenyl)sl lanetttan lum (IV) dimethyl, 
(1-adamantylamido)i8opropoxymethyl(T| 5 -3-methylindenyl)8ilanetltanium (IV) dibenzyl, 

(n-butylamldo)l8opropoxymethyl(n s -2,3<limethyllndenyl)-8ilam (II) 1 ,4-dipheny M ,3- 

butadiene, 

(n-butylamido)i8opropoxymethyl(ti 5 -2>dimethylindenyl)sUanetftanium (II) 1 ,3-pentadiene, 
(n-butylamido)isopropoxymeth^ (III) 2-(N,N- 

dimethylamino)benzyl, 
(n-butylamido)i8opropoxymethyl(t| 5 »2,3Kiimethyiindenyl)8ilanetitanium (IV) dimethyl, 
(n-butylamido)isopropoxymethyl(ii 5 -2,3-dlmethyiindenyl)8ilanetitanium (IV) dibenzyl, 
(cyclododecylamido)isopropoxymethyl(n s -2,3-dimethyiindenyl)-8ilanetitanium (II) 1 ,4-dipheny I- 

1,3-butadiene, 

(cyclododecy lamido)! sopropoxy methy l(ri 5 -2,3-dimethy li ndeny l)si lanetltanium (II) 1 ,3- 
pentadiene, 

(cyclododecylamido)i8opropoxymethyl(T) 5 -2 l 3-dimethylindenyi)-8ilanetitanium (III) 2-(N,N- 
dimethylamino)benzyl, 

(cyclododecylamido)isopropoxynwthyl(ii 5 -2,3Kliitwthylindenyl)8llarietltanium (IV) dimethyl, 
(cyclododecylamldo)isopropoxymethyl(ii 5 -2 f 3-dimethylindenyl)8ilanetitanium (IV) dibenzyl, 
(2,4,6-trimethylanilido)i80propoxyme^ (II) 1 ,4- 

dipheny 1-1 ,3-butadiene, 
(2,4 l 6-trimethylaniHdo)i8opropoxymethyl(Ti 5 -2,3-dimethylindenyl)8ilanetitanium (II) 1 ,3- 
pentadiene, 
(2 f 4,6-trimethylanilida)i8opropoxym 
dimethylamino)benzyl, 
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(2,4,6-trtmethylanilido^ (IV) dimethyl, 

(2A6-trlmethylaniHdo)isopropoxyme^ dibenzyl, 
(1*adamantylamido)i8opropoxymethyl(Ti 5 -2,3-dim^ (II) 1 ,4-diphenyh 

1,3-butadiene, 

(1*adamantylamido)i8opropoxymethyl(ii 5 -2,3-dimethyllndenyl)8ilanetitanium (II) 1 ,3- 
pentadlene, 

(1 -adamantylamldo)isopropoxymethyl(Ti 5 -2 t 3-dimethylindenyl)-sllanetrtanium (III) 2-(N,N- 

dimethylamino)benzyl, 
(1 -adamanty lamldo)isopropoxymethy l(ii 5 -2, 3-dimethy lindeny!)silanetrtanium (IV) dimethyl, 
(1 -adamanty lamido)isopropoxymethyl(T| 5 -2,3-dimethy1indenyl)sUanetitan ium (IV) dibenzyl, 

(n-butylamido)i sopropoxymethyl(T] 5 -2-rnethyl-4-phenylindeny l)-silanetitanium (II) 1 ,4-diphenyl- 
1,3-biitadiene, 

(n-butylamido)isopropoxymethyl(T) s -2*methyl-4-phenylindenyl)8ilanetitanium (II) 1 ,3- 
pentadiene, 

(n-butylamldo)isopropoxyniethyl(ii 5 -2-methyl-4-phenylindenyl)-8ilanetitanium (HQ 2-(N,N- 

dimethylamino)benzyl, 
(n-butylamido)isopropoxymethyl(r| 5 -2-methyM-phonylindenyl)8ilanetrtanlum (IV) dimethyl, 
(n-butylamido)isopropoxyinethyl(Ti 5 -2-methyl-4-phenyHndenyl)8ilanetitanium (IV) dibenzyl, 
(cyclododecylamido)isopropoxyirathyl^ (H) 1,4- 

diphenyl-1 ,3-butadiene, 
(cyclododecylamido)isopropoxymethyl(Ti 5 -2-methyl-4-phenylindenyl)silanetrtanium (II) 1 ,3- 

pentadiene, 

(cyclododecylamido)i8opropoxymethyl(ii 5 -2-methyl-4-phenyWndenyl)8iIanetitanium (III) 2-(N,N- 

dimethylamino)benzyl, 
(cyclododecylamido)isopropoxymethyl(ii 5 -2-methy»-4-phenylindenyl)8ilanetltanium (IV) 

dimethyl, 

(cyclododecylamido)i8opropoxyrnethyl(Ti 5 -2-nftethyM-phenyllndenyl)8llanetitanIum (IV) 
dibenzyl, 

(2,4 f 6-trimethylanilido)i8opropoxymethyl(ii 5 -2-methyM-phenyl-lndenyl)8ilanetltaniu (II) 1 ,4- 

dipheny H ,3-butadiene, 
(2,4,6-trimethy1anilido)i8opropoxymethy^ (II) 1 ,3- 

pentadiene, 

(2,4,6-trimethylanllido)isopropoxyme^ (lll)2- 

(N,N-dimethylamino)benzyl, 
(2,4,6-trimethyianllido)iaopropoxymethy^ (IV) 

dimethyl, 
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(2,4,6-trimethyIanWdo)isopropoxymethyt^ (IV) 
dibenzyl, 

(1-adamantylamldo)isopropoxymethy!(n 5 -2^^ (II) 1 ,4- 

dlphenyM ,3-butadlene, 

(1 -adamantylamido)l8opropoxymethyl(ii 5 -2-methyM-phenylindenyl)silanetitan (II) 1 ,3- 
pentadiene, 

(1 -adamanty lam!do)isopropoxymethy l(^2-methyl-4-phenylindenyl)-8i lanet itanium (III) 2-<N,N- 

dimethylamino)benzyl, 
(1-adamantyIamido)isopropoxymethylft 5 -2^ 

dimethyl, 

(1-adamantylamido)isopropoxymethyl0i 5 -2-m^ 
dfbenzyl, 

(n-butylamido)i8opropoxymethyl(r| 5 -tetrahydrof luorenyl)-silanetftanlum (II) 1 ,4-diphenyM ,3- 
butadfene, 

(n-buty lamido)isopropoxymethyl(Ti 5 -tetrahydrof luorenyl)-sllanetitanf urn (II) 1 ,3-pentadiene, 
(n-butylamido)i80propoxymethyl(Ti 5 -tetrahydrofluorenyl)-8iianetltanium (III) 2-(N,N- 

dimethylamino)benzyl, 
(n-butylamido)lsopropoxymethyl(Ti 5 -tetrahydrof luorenyl)-3ilanetrtanium (IV) dimethyl, 
(n-butylamido)isopropoxymethyl(ii s -tetrahydrof luorenyl)-8ilanetitanium (IV) dibenzyl, 
(cyclododecylamido)isopropoxymethyl(T\ 5 -tetrahydrofluorenyl)-silanetitanium (II) 1,4-diphenyl- 

1 ,3-butadiene, 

(cyclododecylamldo)l8opropoxymethyl(ti 9 -tetrahydrof luoreny l}-silanetitanium (II) 1 ,3- 
pentadiene, 

(cyclododecylamido)isopropoxymethyI(T| 5 -tetrahydrofluorenyl)-silanetttanium (II1)2-(N,N- 
dimethylamino)benzyl, 

(cyclododecylamido)i8opropoxymethyl(Ti 5 .tetrahydrofluorenyl)-8ilanetitanium (IV) dimethyl, 
(cyclododecylamido)isopropoxymethy»(Ti 5 -tetrahydrofiuorenyl)-silanetltanium (IV) dibenzyl, 
(2,4,6-trimethylan!lido)isopropoxymethyl(Ti s -tetrahydro-f luorenyl)silanotltanium (IK) 1 ,4- 

dipheny 1-1 ,3-butadiene, 
(2,4,6-trimethylanilido)isopropoxymethyl(n 5 -tetrahydrof luorenyl)8ilanetitanium (II) 1 ,3- 

pentadlene, 

(2 ( 4 f 6-trimethylanilldo)isopropoxymethyl(Ti 5 -tetrahydro-fluorenyl)8ilanetitanium (lll)2-(N,N- 
dimethylamino)benzyl, 

(2,4 ( 6-trimethylaniHdo)isopropoxyme^ (IV) dimethyl, 

(2,4,6-trimethylanilldo)isopropoxymethyl^ (IV) dibenzyl, 
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(1-adamantylamido)isopropoxymethyl(n 5 -tetrahydrof luorenyl>-silanetitanium (II) 1 ,4-diphenyl- 
1,3-butadiene, 

(1-adamantylamido)isopropoxymethyl(T) 5 -tetrahydrof luorenyl)-siianetitanium (II) 1 ,3- 
pentadiene, 

(l-adamantylamitto)isopropoxymethyK (lll)2-(N,N- 
dimethylamino)benzyl, 

{1-adamanty!amido)isopropoxymethy8(T| 5 -tetrahydrof luorenylVsilanetitanium (IV) dimethyl, and 
(1-adamantylamido)isopropoxymethyl(n 5 4etrahydrofluorenyl>-sflanetltanium (IV) dibenzyl. 

Other metal complexes, especially compounds containing other Group 3, 4 or 
Lanthanide metals will, of course, be apparent to those skilled in the art 

The complexes are rendered catalytically active by combination with an activating 
cocatalyst or by use of an activating technique. Suitable activating cocatalysts for use herein 
include polymeric or oligomeric atumoxanes, especially methylalumoxane, triisobutyl 
aluminum- modified methylalumoxane, or diisobuty lalumoxane; strong Lewis acids, such as 
c 1-30 hydrocarbyl substituted Group 13 compounds, especially tri(hydrocarbyl)aluminum- or 
tri(hydrocarbyl)boron- compounds and halogenated derivatives thereof, having from 1 to 10 
carbons in each hydrocarbyl or halogenated hydrocarbyl group, especially 
tris(pentaf luorophenyl)borane; and nonpolymeric, inert, compatible, noncoordinating, ion 
forming compounds (including the use of such compounds under oxidizing conditions). A 
suitable activating technique is bulk electrolysis (explained fin more detail hereinafter). 
Combinations of the foregoing activating cocatalysts and techniques may also be employed if 
desired. The foregoing activating cocatalysts and activating techniques have been previously 
taught with respect to different metal complexes in the following references: EP-A-277,003, 
US-A-5,153,157, US-A-5,064,802, EP-A-468,651, EP-A-520,732, and W093/23412. 

Suitable nonpolymeric, inert, compatible, noncoordinating, ion forming compounds 
useful as cocatalysts in one embodiment of the present invention comprise a cation which is a 
Bronsted acid capable of donating a proton, and a compatible, noncoordinating, anion, A", 
Preferred anions are those containing a single coordination complex comprising a charge- 
bearing metal or metalloid core which anion is capable of balancing the charge of the active 
catalyst species (the metal cation) which is formed when the two components are combined. 
Also, said anion can be displaced by olefinic, diolef inic and acetylenically unsaturated 
compounds or other neutral Lewis bases such as ethers or nitrites. Suitable metals include, 
but are not limited to, aluminum, gold and platinum. Suitable metalloids include, but are not 
limited to, boron, phosphorus, and silicon. Compounds containing anions which comprise 
coordination complexes containing a single metal or metalloid atom are well known and many, 
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particularly such compounds containing a single boron atom in the anion portion, are 
available commercially. 

Preferably such cocatalysts may be represented by the following general formula: 

(L*-H)+ d A d -' wherein: 
L* is a neutral Lewis base; 
(L*-H)+ isaBronstedacid; 

A*" is a noncoordinating, compatible anion having a charge of d-, and 
d is an integer from 1 to 3. 

More preferably d is one, that is, A*" is A". 

Highly preferably, A" corresponds to the formula: [BQ4]" wherein: 
B Is boron in the +3 formal oxidation state; and 

Q independently each occurrence is selected from hydride, dialkylamido, hatide, 
aikoxide, aryloxide, hydrocarbyl, halocarbyl, and halosubstituted-hydrocarbyl radicals, said Q 
having up to 20 carbons with the proviso that in not more than one occurrence is Q halide. 

In a more highly preferred embodiment, Q is a fluorinated C|.» hydrocarbyl group, 
most preferably, a fluorinated aryl group, especially, pentaf I uorophenyl. 

Illustrative, but not limiting, examples of ion forming compounds comprising proton 
donatable cations which may be used as activating cocatalysts in the preparation of the 
catalysts of this invention are tri-substituted ammonium salts such as: 
trimethylammonium tetraphenylborate, 
triethylammonium tetraphenylborate, 
tripropylammonium tetraphenylborate, 
tri(n-butyl)ammonium tetraphenylborate, 
trl(t-butyl)ammonium tetraphenylborate, 
N,N-dlmethylanilinium tetraphenylborate, 
N,N-diethylanilinium tetraphenylborate, 
N,N-dimethyl(2,4,6-trimethylanilinium) tetraphenylborate, 
trimethylammonium tetrakls-(penta-f luorophenyl) borate, 
triethylammonium tetrakis-(pentaf luorophenyl) borate, 
tripropylammonium tetrakis(pentafluorophenyl) borate, 
tri(n-butyl)-ammonium tetrakis(pentaf luorophenyl) borate, 
tri(sec-butyl)ammoniumtetrakis(pentafluorophenyl)borate, 
N,N-dimethylaniIinIum tetrakis(pentaf luorophenyl) borate, 
N,N-diethylanilinium tetrakis(pentafluoro-phenyl) borate, 
N,N-dimethyl(2,4,6-trimethyl-anilinium) tetrakis-(pentafluorophenyl) borate, 
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trimethylammonium tetrakfs(2,3 f 4,6-tetrafluorophenylborate f 
triethylammonium tetrakis(2,3,4,6-tetraf luorophenyl) borate, 
tripropylammonium tetrakls(2,3,4,6-tetraf luorophenyl) borate, 
tri(n-butyl)ammonium tetrakls(2,3,4,6-tetraf luorophenyl) borate, 
dimethyl(t-butyl)ammonium tetrakis(2,3,4,6-tetraf luorophenyl) borate, 
N,N-dimethylanilinium tetrakls(2,3,4,6-tetrafluorophenyl) borate, 
N,N-diethyianilinium tetrakis(2,3,4,6-tetrafluorophenyi) borate, and 
N v N-dimethyK2 f 4,6-trimethylanilinium) tetrakis-(2,3,4 v 6-tetrafluorophenyl) borate. 

Dialkyl ammonium salts such as: di-(i-propyl)ammonium tetrakis(pentafluorophenyl) 
borate, and dicyclohexylammonium tetrakis(pentafluorophenyl) borate. 

Trnsubstituted phosphonium salts such as: triphenylphosphonium tetrakis- 
(pentafluorophenyl) borate, tri(o-tolyl)phosphonium tetrakis(penta-f luorophenyl) borate, and 
tri(2 v 6-dimethylphenyl)-phosphonium tetrakls(pentaf luorophenyl) borate. 

Preferred are N,N-dimethylanilinium tetrakis(pentafluorophenyl)borate and 
tribirtylammonium tetrakis(pentafluorophenyl)borate. 

Another suitable ion forming, activating cocatalyst comprises a salt of a cationic 
oxidizing agent and a noncoordinating, compatible anion represented by the formula: 

<Ox*+) d (A*)e 

wherein: 

Ox 6 * is a cationic oxidizing agent having charge e+; 
e is an integer from 1 to 3; and 
A d ~, and d are as previously defined. 

Examples of cationic oxidizing agents include: ferrocenium, hydrocarbyl-substituted 
ferrocenium, Ag+ or Pb+ 2 . Preferred embodiments of A*" are those anions previously defined 
with respect to the Bronsted acid containing activating cocatalysts, especially 
tetrakis(pentafluorophenyl)borate. 

Another suitable ion forming, activating cocatalyst comprises a compound which is a 
salt of a carbenium ion or silylium ion and a noncoordinating, compatible anion represented 
by the formula: 

A" 
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wherein: 

®+ is a C-j.20 carbenium ion or silylium ion; and 
A* is as previously defined. 

A preferred carbenium ion Is the trityl cation, that is triphenylcarbenium. A preferred 
5 silylium ion is triphenytsilylium. 

The foregoing activating technique and ion forming cocatalysts are also preferably 
used in combination with a tri(hydrocarbyl)aluminum compound having from 1 to 4 carbons in 
each hydrocarbyl group, an oligomeric or polymeric alumoxane compound, or a mixture of a 
tri(hydrocarbyl)aluminum compound having from 1 to 4 carbons in each hydrocarbyl group 
10 and a polymeric or oligomeric alumoxane. 

An especially preferred activating cocatalyst comprises the combination of a trialkyl 
aluminum compound having from 1 to 4 carbons in each alkyl group and an ammonium salt of 
tetrakis(pentafluorophenyl)borate, in a molar ratio from 0.1:1 to 1:0.1, optionally up to 1000 
mole percent of an alkylalumoxane with respect to M, is also present 

15 The activating technique of bulk electrolysis Involves the electrochemical oxidation of 

the metal complex under electrolysis conditions in the presence of a supporting electrolyte 
comprising a noncoordinatlng, inert anion. In the technique, solvents, supporting electrolytes 
and electrolytic potentials for the electrolysis are used such that electrolysis byproducts that 
would render the metal complex catalytically inactive are not substantially formed during the 

20 reaction. More particularly, suitable solvents are materials that are: liquids under the 

conditions of the electrolysis (generally temperatures from 0 to 100°C), capable of dissolving 
the supporting electrolyte, and inert. "Inert solvents" are those that are not reduced or 
oxidized under the reaction conditions employed for the electrolysis. It is generally possible 
in view of the desired electrolysis reaction to choose a solvent and a supporting electrolyte 

25 that are unaffected by the electrical potential used for the desired electrolysis. Preferred 
solvents include dlf luorobenzene (all Isomers), DME, and mixtures thereof. 

The electrolysis may be conducted in a standard electrolytic cell containing an anode 
and cathode (also referred to as the working electrode and counter electrode respectively). 
Suitably materials of construction for the cell are glass, plastic, ceramic and glass coated 
3 o metal. The electrodes are prepared from inert conductive materials, by which are meant 
conductive materials that are unaffected by the reaction mixture or reaction conditions. 
Platinum or palladium are preferred inert conductive materials. Normally, an ion permeable 
membrane such as a fine glass frit separates the cell into separate compartments, the working 
electrode compartment and counter electrode compartment. The working electrode is 
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immersed In a reaction medium comprising the metal complex to be activated, solvent, 
supporting electrolyte, and any other materials desired for moderating the electrolysis or 
stabilizing the resulting complex. The counter electrode is immersed in a mixture of the 
solvent and supporting electrolyte. The desired voltage may be determined by theoretical 
5 calculations or experimentally by sweeping the cell using a reference electrode such as a 
silver electrode immersed In the cell electrolyte. The background cell current, the current 
draw in the absence of the desired electrolysis, is also determined. The electrolysis is 
completed when the current drops from the desired level to the background level. In this 
manner, complete conversion of the initial metal complex can be easily detected. 

10 Suitable supporting electrolytes are salts comprising a cation and an inert, compatible, 

noncoordinating anion, A~. Preferred supporting electrolytes are salts corresponding to the 
formula: 

G+A-; 

wherein: 

15 G+ is a cation which is nonreactive towards the starting and resulting complex, and 

A* Is a noncoordinating, compatible anion. 

Examples of cations, G+, include tetrahydrocarbyl substituted ammonium or 
phosphonium cations having up to 40 nonhydrogen atoms. A preferred cation is the tetra-n- 
butylammonium cation. 

20 During activation of the complexes of the present invention by bulk electrolysis the 

cation of the supporting electrolyte passes to the counter electrode and A" migrates to the 
working electrode to become the anion of the resulting oxidized product. Either the solvent or 
the cation of the supporting electrolyte is reduced at the counter electrode in equal molar 
quantity with the amount of oxidized metal complex formed at the working electrode. 

2 5 Preferred supporting electrolytes are tetrahydrocarby lammonium salts of 

tetrakis(perfluoroaryl) borates having from 1 to 10 carbons In each hydrocarbyl group, 
especially tetra-n-butylammonium tetrakis(pentafluorophenyl) borate. 

The molar ratio of catalystfcocatalyst employed preferably ranges from 1 :1 0,000 to 
100:1, more preferably from 1:5000 to 10:1, most preferably from 1:10 to 1:2. 

30 In general, the catalysts can be prepared by combining the two components in a 

suitable solvent at a temperature within the range from "100°C to 300°C. The catalyst may be 
separately prepared prior to use by combining the respective components or prepared In situ 
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by combination in the presence of the monomers to be polymerized. It is preferred to form the 
catalyst in situ due to the exceptionally high catalytic effectiveness of catalysts prepared in 
this manner. The catalysts' components are sensitive to both moisture and oxygen and 
should be handled and transferred in an inert atmosphere. 

5 As previously mentioned the present metal complexes are highly desirable for use in 

preparing supported catalysts. The presence of the alkoxy functionality in the bridging group 
has been discovered to be particularly beneficial in allowing the complexes to chemically bind 
to hydroxy!, silane or chlorosiiane functionality of the substrate materials. Especially suited 
substrates include alumina or silica. Suitable supported catalyst systems are readily prepared 
10 by contacting the present metal complexes with the substrate optionally while subjecting to 
heating and/or reduced pressures. A Lewis base, especially a trialkylamine can be present to 
assist in the reaction between the support and the alloxans functionality of the metal 
complexes. 

Preferred supports for use in the present invention include highly porous 
15 silicas, aluminas, aluminosilicates, and mixtures thereof. The most preferred support material 
Is silica. The support material may be in granular, agglomerated, palletized, or any other 
physical form. Suitable materials include, but are not limited to, silicas available from Grace 
Davison (division of W.R. Grace & Co.) under the designations SD 3216.30, Davison Syloid 
245, Davison 948 and Davison 952, and from Degussa AG under the designation Aerosii 812; 

2 0 and aluminas available from Akzo Chemicals Inc. under the designation Ketzen Grade B. 

Supports suitable for the present invention preferably have a surface area as 
determined by nitrogen porosimetry using the B.E.T. method from 10 to 1000 n^/g, and 
preferably from 100 to 600 m 2 /g. The pore volume of the support, as determined by nitrogen 
adsorption, advantageously Is between 0.1 and 3 cm 3 /g, preferably from 0.2 to 2 cm 3 /g. The 
25 average particle size is not critical, but typically is from 0.5 to 500 pm, preferably from 1 to 100 
pm. 

Both silica and alumina are known to inherently possess small quantities of 
hydroxyl functionality attached to the crystal structure. When used as a support herein, these 
materials are preferably subjected to a heat treatment and/or chemical treatment to reduce the 

3 o hydroxyl content thereof. Typical heat treatments are carried out at a temperature from 30 to 

1000'C for a duration of 10 minutes to 50 hours in an inert atmosphere or under reduced 
pressure. Typical chemical treatments include contacting with Lewis acid alkylating agents 
such as trihydrocarbyl aluminum compounds, trlhydrocarbylchlorosiiane compounds, 
trihydrocarbylalkoxysilane compounds or similar agents. Preferred silica or alumina materials 
3 5 for use herein have a surface hydroxyl content that Is less than 0.8 mmol hydroxyl groups per 
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gram of solid support, more preferably less than 0.5 mmol per gram. The hydroxy! content 
may be determined by adding an excess of dialkyi magnesium to a slurry of the solid support 
and determining the amount of dialkyi magnesium remaining in solution via known 
techniques. This method is based on the reaction: 

5 S-OH + Mg(Alk)2->S-OMg(Alk) + (Alk)H, 

wherein S is the solid support, and Alk is a alkyl group. 

The support may be unfunctionalized (excepting for hydroxyl groups as 
previously disclosed) or functionalized by treating with a silane or chlorosilane functionalizing 
agent to attach thereto pendant silane -{Si-RK or chlorosilane -(SI-CI)= functionality, wherein 

10 R is a Cmo hydrocarbyl group. Suitable functionalizing agents are compounds that react with 
surface hydroxyl groups of the support or react with the silicon or aluminum of the matrix. 
Examples of suitable functionalizing agents include phenylsllane, diphenylsllane, 
methylphenylsilane, dimethylsilane, dlethylsilane, dichlorosilane and dichlorodimethylsilane. 
Techniques for forming such functionalized silica or alumina compounds were previously 

15 disclosed in USP's 3,687,920 and 3,879,368. 

The support may also be treated with an aluminum component selected from 
an alumoxane or an aluminum compound of the formula AIR 1 K R 2 y, wherein R 1 independently 
each occurrence is hydride or R, R 2 is hydride, R or OR, x' is 2 or 3, y v is 0 or 1 and the sum of 
x' and y' is 3. Examples of suitable R 1 and R 2 groups include methyl, methoxy, ethyl, ethoxy, 
20 propyl (all isomers), propoxy (all isomers), butyl (all isomers), butoxy (all isomers), phenyl, 
phenoxy, benzyl, and benzyloxy. Preferably, the aluminum component is selected from the 
group consisting of aluminoxanes and tri(Ci^ hydrocarbyl)aluminum compounds. Most 
preferred aluminum components are aluminoxanes, trimethyl aluminum, triethyl aluminum, tri- 
isobutyl aluminum, and mixtures thereof. 

2 5 Alumoxanes (also referred to as aluminoxanes) are oligomeric or polymeric 

aluminum oxy compounds containing chains of alternating aluminum and oxygen atoms, 
whereby the aluminum carries a substituent, preferably an alkyl group. The structure of 
alumoxane is believed to be represented by the following general formulae (-AI(R)-0) m s for a 
cyclic alumoxane, and R 2 AI-0(-AI(RVO) m -AIR 2 , for a linear compound, wherein R is as 

30 previously defined, and m f is an integer ranging from 1 to 50, preferably at least 4. 

Alumoxanes are typically the reaction products of water and an aluminum alkyl, which in 
addition to an alkyl group may contain halide or alkoxide groups. Reacting several different 
aluminum alkyl compounds, such as for example trimethyl aluminum and tri-isobutyl 
aluminum, with water yields so-called modified or mixed alumoxanes. Preferred alumoxanes 

35 are methylalumoxane and methylalumoxane modified with minor amounts of C M alkyl groups, 
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especially isobutyl. Alumoxanes generally contain minor to substantial amounts of starting 
aluminum alkyl compound. 

Particular techniques for the preparation of alumoxane type compounds by 
contacting an aluminum alkyl compound with an inorganic salt containing water of 
5 crystallization are disclosed in US~A-4,542,119> In a particular preferred embodiment an 

aluminum alkyl compound is contacted with a regeneratable water-containing substance such 
as hydrated alumina, silica or other substance* This is disclosed in EP-A-338,044. Thus the 
alumoxane may be incorporated into the support by reaction of a hydrated alumina or silica 
material, which has optionally been functional ized with silane, siloxane, hydrocarbyloxysilane, 
10 or chlorosilane groups, with a tri(C v10 alkyl) aluminum compound according to known 
techniques. 

The treatment of the support material in order to also include optional 
alumoxane or triaikylaluminum loadings involves contacting the same before, after or 
simultaneously with addition of the complex or activated catalyst hereunder with the 

15 alumoxane or triaikylaluminum compound, especially triethytaluminum or 

triisobutylaluminum. Optionally the mixture can also be heated under an inert atmosphere for 
a period and at a temperature sufficient to fix the alumoxane, triaikylaluminum compound, 
complex or catalyst system to the support. Optionally, the treated support component 
containing alumoxane or the triaikylaluminum compound may be subjected to one or more 

20 wash steps to remove alumoxane or triaikylaluminum not fixed to the support 

Besides contacting the support with alumoxane the alumoxane may be 
generated In situ by contacting an unhydrolyzed silica or alumina or a moistened silica or 
alumina with a trialkyl aluminum compound optionally in the presence of an inert diluent. 
Such a process is well known in the art, having been disclosed in EP-A-250,600, US-A- 

25 4,912,075, and US-A-5,008,228. Suitable aliphatic hydrocarbon diluents include pentane, 
isopentane, hexane, heptane, octane, isooctane, nonane, isononane, decane, cyclohexane, 
methylcyclohexane and combinations of two or more of such diluents. Suitable aromatic 
hydrocarbon diluents are benzene, toluene, xylene, and other alkyl or halogen substituted 
aromatic compounds. Most preferably, the diluent is an aromatic hydrocarbon, especially 

30 toluene. After preparation in the foregoing manner the residual hydroxy I content thereof is 
desirably reduced to a level less than 1 .0 meq of OH per gram of support, by any of the 
previously disclosed techniques. 

The catalysts, whether or not supported in any of the foregoing methods, may be used 
to polymerize ethylenically and/or acety lenically unsaturated monomers having from 2 to 
35 100,000 carbon atoms either alone or in combination. Preferred monomers include the C 2 .20 
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a-olefins especially ethylene, propylene, Isobutylene, 1-butene, 1-pentene, 1-hexene, 3-methyl- 
1-pentene, 4-methyM-pentene, 1-octene, 1-decene, long chain macromolecular a-olefins, and 
mixtures thereof. Other preferred monomers include styrene, alkyl substituted styrene, 
tetrafluoroethylene, vinylbenzocyclobutane, ethylldenenorbornene, 1,4-hexadiene, 1,7- 
5 octadiene, vinylcyclohexane, 4-vinylcyclohexene, divinylbenzene, and mixtures thereof with 
ethylene. Long chain macromolecular a-olefins are vinyl terminated polymeric remnants 
formed In sit u during continuous solution polymerization reactions. Under suitable 
processing conditions such long chain macromolecular units are readily polymerized into the 
polymer product along with ethylene and other short chain olefin monomers to give small 
10 quantities of long chain branching in the resulting polymer. 

In general, the polymerization may be accomplished at conditions well known in the 
prior art for Ziegler-Natta or Kaminsky-Sinn type polymerization reactions, such as 
temperatures from 0-250X and pressures from atmospheric to 1000 atmospheres (0.1 to 100 
MPa). Suspension, solution, slurry, gas phase or other process conditions may be employed 
15 if desired. The support, If present, is preferably employed in an amount to provide a weight 
ratio of catalyst (based on metal):support from 1:100,000 to 1:10, more preferably from 
1 :50,000 to 1 :20, and most preferably from 1 : 1 0,000 to 1 :30. Suitable gas phase reactions may 
utilize condensation of the monomer or monomers employed in the reaction, or of an inert 
diluent to remove heat from the reactor. 

20 In most polymerization reactions the molar ratio of catalyst:polymerizable compounds 

employed is from 10' 12 :1 to 10* 1 :1, more preferably from 10" 12 :1 to lO" 5 :!. 

Suitable solvents for polymerization via a solution process are noncoordinating, inert 
liquids. Examples include straight and branched-chain hydrocarbons such as isobutane, 
butane, pentane, hexane, heptane, octane, and mixtures thereof; cyclic and alicyclic 

2 5 hydrocarbons such as cyclohexane, cycloheptane, methy Icy clohexane, methylcycloheptane, 
and mixtures thereof; perfluorinated hydrocarbons such as perftuorinated C^q alkanes, and 
aromatic and alkyl-substituted aromatic compounds such as benzene, toluene, and xylene. 
Suitable solvents also include liquid olefins which may act as monomers or comonomers 
including ethylene, propylene, 1-butene, butadiene, cyclopentene, 1-hexene, 3-methyM- 

30 pentene, 4-methyM-pentene, 1 ,4-hexadiene, 1,7-octadiene, 1-octene, 1-decene, styrene, 

divinylbenzene, ethylldenenorbornene, allylbenzene, vinyltoluene (including all isomers alone 
or in admixture), 4-vinylcyclohexene, and vinylcyclohexane. Mixtures of the foregoing are also 
suitable. 

The catalysts may also be utilized In combination with at least one additional 
35 homogeneous or heterogeneous polymerization catalyst in the same or in separate reactors 
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connected in series or In parallel to prepare polymer blends having desirable properties. 
Examples of such processes are disclosed in WO 94/00500 and WO 94/17112. 

One such polymerization process comprises: contacting, optionally in a solvent, one 
or more a-olefins with a catalyst according to the present invention, in one or more 
5 continuous stirred tank or tubular reactors, or in the absence of solvent, optionally in a 

f luidized bed gas phase reactor, connected in series or parallel, and recovering the resulting 
polymer. Condensed monomer or solvent may be added to the gas phase reactor as is well 
known in the art 

These polymerizations are generally carried out under solution conditions to facilitate 
10 the intimate mixing of the two polymer-containing streams. The foregoing technique allows 
for the preparation of ethylene/a-olef in interpolymer compositions having a broad range of 
molecular weight distribution and composition distribution. Preferably, the heterogeneous 
catalyst is also chosen from those catalysts which are capable of efficiently producing the 
polymers under high temperature, especially, temperatures greater than or equal to 180°C 
15 under solution process conditions. 

The foregoing technique also allows for the preparation of ethylene/a-olef in 
interpolymer compositions having a broad range of molecular weight distributions and 
composition distributions. Particularly desirable a-olefins for use in the foregoing processes 
are C44 a-olefins, most desirably 1-octene. 



20 The skilled artisan will appreciate that the invention disclosed herein may be practiced 

in the absence of any component which has not been specifically disclosed. The following 
examples are provided as further illustration of the invention and are not to be construed as 
limiting. Unless stated to the contrary all parts and percentages are expressed on a weight 
basis. All chemical manipulations were performed under nitrogen in either an inert 

25 - atmosphere glove box or on a nitrogen/vacuum double manifold using standard Schelenk 
techniques. 

Example 1 Preparation of Me^CpSifMeXOIPrK^Bu)) Mfe 

a) Preparation of MeSKOiPrXNH'BuJCI 



To 45 ml (0.38 moles) of trichloromethylsilane in 1.5 L of anhydrous ether cooled at 0°C 
30 in an ice bath was added 51.5 ml (0.3B moles) of triethyiamine followed by dropwise addition 
of 29.5 ml (0.38 moles) of 2-propanol. After stirring for 4 hr, the precipitated white solid 
(triethyiamine hydrochloride) was removed by filtration through a filter stick and washed with 
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2 x 100 ml portions of ether. The ether filtrate and washing as were then combined, cooled at 
0 °C in an ice bath and 51 .5 ml (0.38 moles) of triethylamtne added followed by dropwise 
addition of 40.5 ml (0.36 moles) of t-tautylamine. After Stirling for a further four hours the 
resulting white slurry was again filtered, washed and the ether removed under vacuum to yield 

5 70 g of MeSifOfPrMNH'BulCI (90 percent yield) as a clear colorless oil pure by gas 
chromatography. 

b) Preparation of Me 4 CpHSi(MeKO l Pr)(NH t Bu) 

To 13 g (0.062 moles) of MeSKO'PrHNH'BulCI dissolved in 500 mi of tetrahydrofuran 
was added 10 g (0.062 moles) of potassium tetramethylcyclopentadienide over a 1 hr period. 
10 The mixture was brought to reflux and then stirred at room temperature for 4 hr. The orange 
slurry was filtered, and the solvent removed to yield 16.5 g of a yellow oil. This oil was then 
vacuum distilled and 13.3 g of product collected between 81 - 85oC as a light yellow oil (73 
percent yield). 

c) Preparation of [Me^pSKMeHO'PrMN'BuMMgClk 

15 To 4.73 g (0.016 moles) of Me 4 CpHSi(Me)(0 , Pr)(NH t Bu) in 45 ml of toluene was added 

14.5 ml of a 2J2 M solution of isopropyl-magnesium chloride in ether. After stirring for 20 
minutes, the ether was removed under vacuum and the remaining toluene solution ref luxed for 

3 hr. To the warm solution was added 0.5 ml of dimethoxyethane at which point a gelatinous 
solid precipitated. The remaining solvent was decanted off and hexane added to the 

20 remaining mass which was triturated and ref luxed. The hexane was then decanted off and the 
remaining solid dried under vacuum to give 6.5 g of a white solid (94 percent yield). To 0.2 g 
of this solid was added 10 ml of 4.5 M H 2 S0 4 and 20 ml of distilled water. After shaking for 2 hr 
the soiid had dissolved and the hydrolysate made up to 100 ml and chloride and magnesium 
content determined by AgN0 3 and EDTA titration respectively. 

25 d) Preparation of (Me 4 CpSI(Me)(O l Pr)(N l Bu))TiCl2 

To 2 g (0.00465 moles) of [Me.CpSKMeKO'PrW^BuWlMgClk in 100 ml of 
dimethoxyethane was slowly added 1.45 g (0.00465 moles) of TiCI 3 (DME) 175 over a 30 min 
period. After further stirring for 15 min the mixture turned a dark brown color at which point 
1.5 ml (0.019 moles) of anhydrous chloroform was added. After five minutes the solution had 
3 o turned a dark orange color. The solvent was then removed under vacuum and the remaining 
dark orange solid recrystallized from n-pentane at - 37°C to yield 1.1 g of a crystalline orange 
solid (57 percent yield). 
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e) Preparation of (Me4CpSi(MeMO l Pr)(NtBu))TlMe 2 

To 25 ml of diethylether was added 0.190 g (0.466 mmol) of 
(Me 4 CpSi(Me)(O l Pr(N t Bu))TiCI 2 . To this solution 0.337 ml (1.01 mmol) of a 3.0 M diethyl ether 
solution of methylmagnesium iodide was added dropwise. After the addition was complete 
5 the resulting solution was stirred for 40 minutes. The solvent was then removed under 

reduced pressure and the residue extracted with hexane, filtered and the solvent removed via 
vacuum to give 0.081 g of product (47 percent yield). 

Example 2 Preparation of Me«Cp(MeMO-2-BuKN t BuVriMe, 

a) Preparation of MeSI(0-2-Bu)(NH t Bu)CI 

10 To 62.8 ml (0.54 moles) of trichloromethytsilane in 1.5 L of anhydrous tetrahydrofuran 

cooled at OX in an ice bath was added 71.5 ml (0.54 moles) of triethylamine followed by 
dropwise addition of 49 ml (0.54 moles) of 2-butanol. After stirring for 4 hr, the precipitated 
white solid (triethylamine hydrochloride) was removed by filtration through a filter stick and 
washed with 2 x 100 ml portions of tetrahydrofuran. The filtrate and washings as were then 

15 combined, cooled at 0°C in an ice bath and 71 .5 ml (0.54 moles) of triethylamine added 
followed by dropwise addition of 56.3 ml (0.54 moles) of t-butylamlne. After stirring for a 
further four hours the resulting white slurry was again filtered, washed and the solvent 
removed under vacuum to yield 1 20 g of MeSi(0-2-Bu)(NH t Bu)CI (94 percent yield) as a clear 
colorless oil pure by gas chromatography. 

20 b) Preparation of Me4CpHSi(Me)(0-2-Bu)(NH t Bu) 

To 14 g (0.062 moles) of MeSi(0-2-Bu)(NH t Bu)CI dissolved in 300 ml of tetrahydrofuran 
was added 10 g (0.062 moles) of potassium tetramethylcyclopentadienide over a 1 hr period. 
The mixture was brought to reflux and then stirred at room temperature for 4 hr. The orange 
slurry was filtered, and the solvent removed to yield 16 g of a yellow oil. This oil was then 
25 vacuum distilled and 13.8 g of product collected between 98-110 °C as a light yellow oil (72 
percent yield). 

c) Preparation of [Me 4 CpSi(Me)(0-2-BuKN t Bu)][MgCI] 2 

To 5 g (0.016 moles) of Me 4 CpHSI(Me)(02-Bu)(NH t Bu) in 45 ml of toluene was added 
14.5 ml of a Z2 M solution of isopropyl-magneslum chloride in ether. After stirring for 20 
30 minutes, the ether was removed under vacuum and the remaining toluene solution refluxed for 
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3 hr. To the warm solution was added 0.5 ml of dimethoxyethane at which point a gelatinous 
solid precipitated. The remaining solvent was decanted off and hexane added to the 
remaining mass which was triturated and refluxed. The hexane was then decanted off and the 
remaining solid dried under vacuum to give 6 g a white solid (94 percent yield). To 0.2 g of 
5 this solid was added 10 ml of 4.5 M H 2 S0 4 and 20 ml of distilled water. After shaking for 2 hr 
the solid had dissolved and the hydrolysate made up to 100 ml and chloride and magnesium 
content determined by AgNO, and EDTA titration respectively. 

d) Preparation of (Me 4 CpSi(Me)(0-2-Bu)(N 1 Bu))TICI 2 

To 2.5 g (0.00465 moles) of [Me 4 CpSi(Me)(0-2-Bu)(N t Bu)][MgCI] 2 in 100 ml of dimethoxyethane 
10 was slowly added 1 .45 g (0.00465 moles) of TJCI 3 (DME)1 .75 over a 30 min period. After further 
stirring for 15 min the mixture turned a dark brown color at which point 1.5 ml (0.019 moles) of 
anhydrous chloroform. After 5 minutes the solution had turned a dark orange color. The 
solvent was then removed under vacuum and the remaining solid extracted with n-pentane to 
yield 0.9 g of a dark orange oil (45 percent yield). 

15 e) Preparation of (Me 4 CpSi(Me)(0-2-BuMN t Bu))TIMe 2 

To 20 mL of diethylether was added 1.22 g (2.86 mmol) of (Me 4 CpSi(Me)(0-2- 
Bu)(H l Bu))TiMe 2 . To this solution 1.90 ml (5.72 mmol) of a 3.0 M diethylether solution of 
methylmagnesium iodide was added dropwise. After the addition was complete the resulting 
solution was stirred for 40 minutes. The solvent was then removed under reduced pressure 
20 and the residue extracted with hexane, filtered and the solvent removed via vacuum to give 
1.00 g of product (90 percent yield). 

Example 3 P reparation of Me.CpSifMeMOEtW^B^TICb 
a) Preparation of MeSi(OEt)(NH*Bu)CI 

To 62.8 ml (0.54 moles) of trichloromethylsilane in 1.5 L of anhydrous ether cooled at 
2 5 0°C in an ice bath was added 71 .5 ml (0.54 moles) of trtethylamine followed by dropwise 
addition of 32 ml (0.54 moles) of ethanol. After stirring for 4 hr, the precipitated white solid 
(triethylamine hydrochloride) was removed by filtration through a filter stick and washed with 
2 x 100 ml portions of tetrahydrofuran. The filtrate and washings as were then combined, 
cooled at 0°C in an ice bath and 71.5 ml (0.54 moles) of triethylamine added followed by 
30 dropwise addition of 56.3 ml (0.54 moles) of t-butylamine. After stirring for a further tour hours 
the resulting white slurry was again filtered, washed and the solvent removed under vacuum 
to yield 100 g of MeSKOEtMNH'BuJCI (94 percent yield) as a clear colorless oil which was only 
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46 percent pure by gas chromatography. The remaining fractions were 13 percent of the 
diethoxy monoamine, 8 percent of the monoethoxydiamine adduct and 23 percent of the 
dichloromonoamine adduct. The oil was then vacuum distilled and 38 g of a fraction boiling 
between 40 and 65°C collected and found to have a GC/MS consistent with 
5 MeSi(OEt)(NH l Bu)CI. 

b) Preparation of Mo 4 CpHSi(Me)(OEt)<NH , Bu) 

To 10 g (0.051 moles) of MeSlfOEtHNH'BuJCI dissolved in 300 ml of tetrahydrofuran 
was added 7 g (0.046 moles) of potassium tetramethylcyclopentadienide over a 1 hr period. 
The mixture was brought to reflux and then stirred at room temperature for 12 hr. The orange 
10 slurry was filtered, and the solvent removed to yield 12 g of a yellow oil. This oil was then 
vacuum distilled and 7 g of product collected between 45 • 70°C as a light yellow oil (49 
percent yield). 

c) Preparation of [Me 4 CpSI(Me)(OEt)(N t Bu)][MgCI] 2 

To 3.4 g (0.012 moles) of Me^pHSKMeXOEtXNH'Bu) in 45 ml of toluene was added 
15 0.55 ml (0.0067 moles) of tetrahydrofuran and the mixture heated to 85°C. The heating was 

then terminated and 11.3 ml of a 2.2 M solution of isopropy (magnesium chloride in ether (0.025 
moles) added over 15 minutes. The slurry was then refluxed overnight cooled to room 
temperature and 0.88 ml of tetrahydrofuran added followed by 30 ml of hexane. After stirring 
overnight, a white powder precipitated which was filtered off and dried in vacuo, to give 1.32 g 
20 a white solid. To 0.2 g of this solid was added 10 ml of 4.5 M H2SO4 and 20 ml of distilled 
water. After shaking for 2 h. the solid had dissolved and the hydrolysate made up to 100 ml 
and chloride and magnesium content determined by AgN0 3 and EDTA titration respectively. 

d) Preparation of (Me4CpSl(Me)(OEt)(N'Bu))TiCI 2 

To 1.45 g (0.0047 moles) of "nCI,(DME) 1T B in 100 ml of dimethoxyethane was slowly 
25 added 3.5 g (0.0047 moles) of [Me 4 CpSi(Me)(OEt)(N'Bu)][MgCI] 2 over a 30 min period. After 
further stirring for 15 min the mixture turned a dark brown color at which point 1.5 ml (0.019 
moles) of anhydrous dichloromethane was added. After five minutes the solution had turned 
a dark orange color. The solvent was then removed under vacuum and the remaining dark 
orange solid recrystallized from n-pentane at - 37°C to yield 0.9 g of a crystalline orange solid 
30 (45 percent yield). 

Polymerization 
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A two-liter Parr reactor was charged with 740 g of tsopar-E™ mixed aikanes solvent 
(available from Exxon Chemicals Inc.) and 118 g of 1-octene comonomer. Hydrogen was 
added as a molecular weight control agent by differential pressure expansion from a 75 mL 
addition tank at 25 psi (2070 kPa). The reactor was heated to the polymerization temperature 
5 of 140 X and saturated with ethylene at 500 psig (3.4 MPa). 2.0 nmol each of catalyst and 
co catalyst at 0.005 M solutions In toluene were premixed in the dry box. After the desired 
premix time, the solution was transferred to a catalyst addition tank and injected into the 
reactor. The polymerization conditions were maintained for 15 minutes with ethylene on 
demand. The resulting solution was removed from the reactor, and a hindered phenol 
10 antioxidant (Irganox™ 1010 from Ciba Geigy Corporation) was added to the resulting solution. 
Polymers formed were dried in a vacuum oven set at 120 °C for 20 hours. Results are 
contained in Table 1. 



Table 1 



Run Complex 

1 Ex.1 

2 Ex.2 



Cocatalvst 
TPFPB 1 



efficiency 2 
1,025,000 
1,280,000 



15 



'* trispentafluorophenylborane 
** g polymer/ g titanium 
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WHAT IS CLAIMED IS: 



1 • A metal complex corresponding to the formula: 

Z-Y 
/ I 
L — MX* n X"p 

5 

or a dlmer v solvated adduct, chelated derivative or mixture thereof, 
wherein: 

Lisa delocalized, n-bonded group that la bound to M, containing up to 50 
nonhydrogen atoms; 

10 M is a metal of Group 3, 4 or the Lanthanide series of the Periodic Table of the 

Elements; 

Z is a covalently bound, divalent substltuent of up to 50 non-hydrogen atoms having 
the formula, -{ER 2 ) m -, wherein E independently each occurrence is carbon, silicon or 
germanium, R independently each occurrence is selected from the group consisting of C t _2o 
15 hydrocarbyl, and d.20 hydrocarbyloxy, with the proviso that in at least one occurrence R is C,. 
20 hydrocarbyloxy, and m is an integer from 1 to 3; 

Y is a divalent ligand group comprising nitrogen, phosphorus, oxygen or sulfur, said Y 
containing up to 20 nonhydrogen atoms; 

X 1 is a neutral Lewis base ligand having up to 20 non-hydrogen atoms; 

20 X" independently each occurrence is a monovalent, anionic moiety selected from 

hydride, halo, hydrocarbyl, silyl, germyl, hydrocarbyloxy, amide, siloxy, halohydrocarbyl, 
halosilyl, silythydrocarbyl, and aminohydrocarbyl having up to 20 non-hydrogen atoms, or two 
X" groups together form a divalent hydrocarbadiyl group; 
n is a number from 0 to 3; and 

25 p is an integer from 0 to 2. 

2. A metal complex according to claim 1 corresponding to the formula: 
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R' 

Y 
I 

M X' n X" p 

R' R* 

wherein: 

M is titanium, zirconium or hafnium, preferably titanium, in the +2, +3 or +4 formal 
oxidation state; 

5 -Z-Y- is as previously defined in claim 1 ; 

R v independently in each occurrence is selected from the group consisting of 
hydrogen, hydrocarbyl, sityl, germyi, cyano, halo and combinations thereof, said R' having up 
to 20 non-hydrogen atoms each, or adjacent R' groups together form a divalent derivative that 
is a hydrocarbadiyl, siladiyl or germadiyl group; 

10 X' is a conjugated diene having from 4 to 30 non-hydrogen atoms, which forms a n- 

complex with M when M is in the +2 formal oxidation state, whereupon n is 1 and p is 0; 

X" each occurrence is an anionic ligand group that is covalently bonded to M when M 
is in the +3 or +4 formal oxidation state, whereupon n is 0 and p is 1 or 2, and optionally two 
X" groups together for a divalent anionic ligand group, whereupon n is 0; 
15 or a dimer, solvated adduct, chelated derivative or mixture thereof. 

3. A metal complex according to claim 2 wherein R v independently in each 
occurrence is selected from the group consisting of hydrogen, methyl, ethyl, and all isomers 
of propyl, butyl, pentyl and hexyl, as well as cyclopentyl, cyclohexyl, norbomyl, benzyl, and 
trimethyl silyl; or adjacent R' groups are linked together thereby forming a fused ring system, 

20 or a dimer, solvated adduct, chelated derivative or mixture thereof. 

4. A complex according to claim 1 , wherein X* is tj 4 -1 ,4-diphenyM ,3-butadiene; 
Tj 4 -1,3~pentadiene; T) 4 -1-phenyM,3-pentadiene; V-M-dibenzyt-1 ,3-butadiene; T) 4 -2,4-hexadiene; 
H 4 -3-methyM ,3-pentadiene; n 4 -1 ,4-ditolyM ,3-butadiene; or ,4-bis(trimethylsilyl)-1 ,3- 
butadiene, 

25 or a dimer, solvated adduct, chelated derivative or mixture thereof. 
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5. A complex according to claim 1, wherein X" is chloride, methyl, benzyl, phenyl, 
tolyl, t-butyl, methoxlde, or trimethylsilyl or two X n groups together are 1 ,4-butanediyl, s- 
cis(1,3-butadiene), or s-cis(2 t 3-dimethyM>butadiene), 

or a dimer, solvated adduct, chelated derivative or mixture thereof. 

6. A complex according to claim 1, wherein E is silicon, m is 1, and R in at least 
one occurrence is methoxide, ethoxide, propoxlde or butoxide, 

or a dimer, solvated adduct, chelated derivative or mixture thereof. 

7. A complex according to claim 1 wherein Y is -NR*-, wherein R* is C,. Y0 
hydrocarbyl, 

or a dimer, solvated adduct, chelated derivative or mixture thereof. 

8. A complex according to claim 7 wherein R* is methyl, ethyl, propyl, butyl, 
pentyi, hexyl, (including branched and cyclic isomers), norbornyl, anllido, 2,4,6* 
trimethylanilido, 1-adamantanyl, benzyl, or phenyl, 

or a dimer, solvated adduct, chelated derivative or mixture thereof. 

9. A complex according to claim 1 wherein L is cyclopentadienyl, 
tetramethylcyclopentadienyl, indenyl, tetrahydroindenyl, fluorenyl, tetrahydrof luorenyl, 
octahydrof iuoreny I, or one of the foregoing groups further substituted with one or more 
methyl, ethyl, propyl, butyl, pentyi, hexyl, (including branched and cyclic isomers), norbornyl, 
benzyl, or phenyl groups, 

or a dimer, solvated adduct, chelated derivative or mixture thereof. 

10. A catalyst system comprising a metal complex according to claim 1 and an 
activating cocatalyst. 

11. A supported catalyst system comprising a catalyst system according to claim 
10 and an aluminum or silicon containing substrate. 

12. A process for polymerizing an a-olefin, comprising contacting an otrolef In or a 
mixture of a-olefins with a catalyst system according to claim 10 or 11. 
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